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NANO SIZED OPTICAL FLUORESCENCE LABELS AND USES THEREOF 

BACKGROUND OF THE INVENTION 
Field of the Inventioa 

[001] The present invention relates to the creation of new classes of 

fluorescent/luminescent probes based on metal cluster fluorescence, methods of preparing 
such probes, and methods of use thereof. 

Background Art 

(002| Single molecule fluorescence microscopy studies present an extreme limit in 

which weak signals must be observed on essentially zero background. Such optical methods 
relying on high-intensity laser excitation of highly emissive and robust fluorophores require 
extremely efficient background rejection. Relying on the introduction of artificial labels to 
identify the particular protem or stnicture of interest, fluorescence based methods suffer from 
two additional problems - photobleaching (loss of signal due to probe destruction) and 
autofluorescence (naturally occurring background fluorescence from native species within 
biological media). Even with these problems, fluorescence microscopy remains the primary 
optical method with potential for single molecule and chemical sensitivity while imaging 
biological media. 

[003] Most in vitro fluorescent labeling is performed through standard chemical 

coupling of either N-succinimidyl ester-conjugated dyes to free, solvent-exposed amines 
(often on lysine residues) or maleimide-conjugated dyes to thiols on either naturally 
occurring or genetically introduced solvent-exposed cysteines* These two coupling 
chemistries continue to be extremely useful in attaching small, highly fluorescent dyes to 
proteins of interest. Such fluorescent biomaterials are then adequate for in vitro single 
molecule studies, or they can be re-introduced into cells in high concentration either through 
microinjection or other membrane transport methods to perform bulk fluorescence studies of 
the protein of interest vdthin whole cells. Not only can protein function be altered both by 
the size and point of attachment of the fluorescent label, but also often because of the 
coupling chemistry used, the site of the fluorescent labeling is not accurately known. Thus^ 
the smallest possible genetically programmed label would be highly advantageous, 

J 
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[004] Additionally, in biological systems, the autofluorescent background from 

flaviiis, porphyrins, and all other weakly fluorescent naturally occurring species can produce 
a large background that interferes with laser-induced fluorescence signals. Because of these 
problems, studying dynamics of few copies of proteins within living systems requires the 
development of new fluorescrait probes that absorb and emit so strongly and without 
significant photobleaching such that they can be easily observed with extremely weak 
incoherent illumination for long tim^. Such illumination would enable preferential 
excitation of the fluorophores of interest relative to that of weak background signals. 
Additionally, the weaker illumination would preserve biological viability by minimizing 
phototoxicity effects. Unfortunately, single molecule sensitivities are as of yet difficult to 
attain in such high background in vivo studies and are often difficult to observe even in lower 
background in vitro studies. 

[005] Because of signal to noise constraints, single molecule studies are limited to 

fluorescence-based assays with all its associated difficulties. While single molecule methods 
have been effective in "peeling b^k" the ensemble average to examine environmental and 
mechanistic heterageneity, current techniques require expensive laser-bas^ equipment, 
specialized synthetic methods, and are still fundamentally limited by the poor optical 
properties or bioincompatibility of available fluor^cent labels, 

[006] Several key experiments have uniquely demonstrated the ability of single 

molecule microscopies to unravel the crucial steps leading to biological activity (Lu et aL, 
Science 1998, 282:18774882; Dickson et al. Nature 1997, 388:355-358; Funatsu et aL, 
Nature 1995, 374:555-59; Ha et a/., Proc. Nat. Acad. Sci., USA 1996, 93, 6264-6268; Vale et 
aL, Nature 1996* 380:451-453; Deniz et aL, Proc. Natl Acad. Sci., USA 2000, 97:5179- 
5184; Ha et aL, Proc. Natl. Acad, Sci. USA 1999, 96:893-898; Harada et aL, Biophys. J. 
1999, 76:709-715; Kinosita, Biophys. J, 2000, 78:149Wkshp). Most dramatic in studies of 
individual motor protein motion, mechanistic insights into protein function and substeps 
within biomecbanical cycles can be directly visualized, without the need of difficult external 
synchronization (Funatsu et aL, Nature 1995, 374:555-59; Vale et aL, Nature 1996, 380:451- 
453; Kinosita, Biophys. J. 2000, 78:149Wkshp;Yanagida et aL, Curr. Opin, Cell BioL 2000, 
12:20-25), Even biomolecule folding has been probed to unravel pathways leading to both 
misfolded and folded states (Deniz et aL, Proc. Natl. Acad. Sci,, USA 2000, 97:5179-5184; 
Ha et aL, Proc. Natl Acad, Sci. USA 1999, 96:893-898). Now that orientational (Bartko, & 
Dickson, J. Phys. Chem. B 1999. 103:3053-3056; Bartko & Dickson, J. Phys. Chem. B 1999, 
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103:11237-11241; Bartko et al., ChQm, ?hys. Lett, 2002, 358:459-465; Hollars & Dunn, J, 
Chem. Phys, 2000, 112:7822-7830) and fluorescence resonance energy transfer (FRET) 
methods (Weiss, Science 1999, 283:1676-1683) have been deveioped on the single molecule 
level, many more experiments are now possible. Unfortunately in all single molecule 
studies, researchers are relegated to artificial fluorescent labeling of proteins of interest and 
limited to in vitro observation. Re-introduction of labeled proteins into the cell has yet to 
produce viable in vivo single molecule signals due to the large autofluorescent background 
and poor photostability of organic fluorophores. 

10071 Single molecules also have many inherently undesirable properties that limit 

the timescales of experiments. Excitation rates must be very high to yield biologically 
relevant information with reasonable time resolution (ms to seconds) and good signal to 
noise. Because the absorption cross-section (i.e. extinction coefficient, e) of the best organic 
fluorophores is only -10*^* cm^ (t,e. e 10^ M'^ cm^^) at room temperature (Macklin et aL, 
Science 1996, 272:255-258), high intensity laser excitation must be utilized for single 
molecule fluorescence studies. Additionally, organic molecules can only withstand -10 
excitation cycles before they photochemically decompose (Dickson et ai. Nature 1997, 
388:355 358; Lu & Xie, Nature 1997, 385:143^146; Macklin et al„ Science 1996, 272:255- 
258). At 10^ excitations/second (using ~5kW/cm^ excitation intensity and a typical 
collection/detection efficiency of 5%), this limits the time resolution to ~1 ms (with an 
idealized signal to noise ratio of ~7), and the average total time to follow an individual 
molecule before photobleaching of -10 seconds. While this can be a very large amount of 
data on very biologically relevant timescales, many of the excitation cycles end up being 
consumed by finding the molecules of interest before collecting data. Clearly, while 
reduction of oxygen can often increase the time before photobleaching the photostability and 
overall brightness of the organic dyes limit all biological single molecule experiments. Thus, 
advances in fluorophore properties will be crucial to the continued success of all single 
molecule optical studies in biological systems, 

[0081 Requiring similar coupling chemistry to that of organic fluorophores, water 

soluble II- VI quantum dots have recently been proposed and demonstrated as biological labels 
(Bruchez et aU Science 1998, 281:2013*2016; Chan & Nie, Science 1998, 281:2016-2018; 
Zhang et aL, Analyst 2000, 125:1029-1031). Materials such as CdSe with protective and 
stabilizing ZnS overcoatings have size dependent optical properties and can be synthesized with 
very narrow size distributions (Murray et aL, Z. Phys. D-Atoms Mol. Clusters 1993, 26;S231- 
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S233; Murray et a/., J. Am. Chera: Soc, 1993, 1 15:8706-8715; Peag et a/.. Nature 2000, 404:59- 
61). The strong absorption, spectral stability, and size-Umable narrow emission of these 
nanomaterials suggest exciting possibilities in biolabeling once fiirther chemistry on the outer 
ZnS layer is performed to make these materials water-soluble (Rodriguez- Viejo et al, h Appl. 
Phys. 2000, 87:8526^8534; Dabbousi et al, J. Phys. Chem, B 1997. 101:9463^9475). Because 
surface passivation is incredibly important in overall quantum dot optical properties, much care 
must be spent on quantum dot surface passivation and derivitization such that they can be 
reproducibly conjugated to proteins with predictable optical responses (Bruchez et aL, Science 
1998, 281:2013-2016; Chan & Nie, Science 1998, 281:2016-2018; Rodriguez-Viejo et aL, J. 
Appl. Phys, 2000, 87:8526-8534; Dabbousi et al, L Phys. Chem. B 1997, 101:9463-9475; 
Nirmai & Brus, Acc. Chem, Res. 1999, 32:407-414; Nirmal et al. Nature 1996, 383:802-804). 
In fact, successfiil implementation of water solubilization and surface passivation are only now 
beginning to bear fruit (Dubertret et al. Science 2002, 298:1759-1762; Jaiswal et al, Nat. 
BiotechnoL 2003, 21:47-51; Wu et al, Nat, Biotechnol. 2003, 21:41-46; Sutherland, Curr. Opin. 
Solid State Mat. Sci. 2002, 6:365-370; Gao et ai, J. Biomed. Opt 2002, 7:532-537; Mattoussi et 
al, J. Am. Chem. Soc. 2000, 122:12142-12150), 

[009] While quite promising due to their bright and very narrow size-dependent 

emission, multiple problems with using CdSe as biological labels still exist. Their synthesis 
requires high temperature methods using highly toxic precursors, they are comparable to the size 
of proteii^ that they may label (2-6 nm in diameter), and they suffer from the same need to 
externally label proteins of interest and possibly re-introduce the labeled proteins into cells. 
Thus, while the strong oscillator strengths enable quantum dots to be easily observed with weak 
mercury lamp excitation, thereby avoiding much of the more weakly absorbing autofluorescent 
background, they are still not an ideal solution to in vivo or in vitro single molecule studies. 
[010] Ideally, one would want the smallest possible genetically programmed label to be 

expressed on or adjacent to the protein of interest. Such an ideal label would need to have 
sufficiently strong absorption and emission as well as outstanding photostability to enable long 
time single molecule observation with high time resolution, even in the presence of high 
background fluorescence. Such a fluorescent probe does not yet exist. Currently the best 
available options due to being composed solely of amino acids, green fluorescent protein (GFP; 
Dickson et al. Nature 1997, 388:355-358; Heim, Proc, Nat. Acad. Sci, USA 1994, 91:12501- 
04; Ormo et uL, Science 1996, 273:1392-5; Chattoraj et al, Proc. Nat Acad. Sci, USA 1996, 
93:362-67; Brejc et al, Proc. Nat Acad. Sci, USA 1997, 94:2306-11; Cubitt et at. Trends in 
Biochem. Sci. 1995, 20:448-55; Kain & Kitts, Methods Mol Biol 1997, 63:305-24) and 
DsRed (Gross et al, Proc. Natl, Acad. Sci., USA 2000, 97:11990-11995; Jakobs et al, FEBS 
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Lett. 2000, 479:131-135; Wall et'aL; Nat. Struct. Biol. 2000» 7:1133-1138; Yarbrough aL, 
Proc, Natl Acad, Sci., USA 2001, 98:462-467) are excellent in vivo labels, and have been 
observed on the single molecule level in in vitro studies by many authors (Dickson et aL, Nature 
1997, 388:355-358; Malvezzi-Campeggi et ai, Biophys. J. 2001, 81:1776-1785; Garcia- 
Parajo et al, Proc. Natl Acad. Sci., USA 2000, 97:7237-7242; Collet et aL, Chem. Phys, 
Lett, 2001, 336, 415-423; Lorniis et al, J. Phys. Chem. B 2001, 105:5048-5054; Garcia- 
Parajo et ai. Pure AppL Chem. 2001, 73:43M34; Garcia-Parajo et al, ChemPhysChem 

2001, 2:347-360; Garcia-Parajo et al, Proc. NatL Acad. Sci., USA 2001. 98:14392^14397; 
Blum et a/„ Chem. Phys. Lett. 2002, 362:355-361). 

lOUJ In one of the first such studies, GFP's blinking and optical switching abilities 

have been studied as photons were used to shuttle the GFP chromophore between two different 
optically accessible states (Dickson et al. Nature 1997, 388:355-358), Unfortunately, while 
GFP can be specifically attached to the N or C terminus of any protein and expressed in vivo as a 
highly fluorescent label, problems, especially on the single molecule level, still remain. GFP is 
27kD or -A nm in diameter (Ormo et al. Science 1996, 273:1392-5; Cubitt et al. Trends in 
Biochera. Sci. 1995, 20:448-55), and can therefore be a large perturbation to the protein to 
which it is attached. In addition, emission only occurs once GFP has folded into its final 
conformation, a process that can take up to --1 hour and, while examples of GFP labeling have 
been reported within all regions of different cells, sometimes GFP does not properly fold under a 
given set of conditions (Heim, Proc. Nat, Acad Sci, USA 1994, 91:12501-04; Cubitt et al. 
Trends in Biochem, Sci. 1995, 20:448-55), Additionally, when considering single molecule 
studies, its emission significantly overlaps with the autofluorescent background, but its emission 
intensity is only comparable to standard exogenous organic dyes, thereby making in vivo single 
molecule studies very challenging. While largely insensitive to oxygen, it also typically bleaches 
after -lO'^ excitation cycles, similar to standard organic dyes (Dickson et aly Nature 1997, 
388:355*358). DsRed partially circumvents the issue of overlap with autofluorescent 
background, but while the red-shifted emission of DsRed relative to that of GFP could be an 
advantage, its comparable fluorescence intensity and tendency to form quadmplexes even at 
extremely low concentrations may further limit its use as an ideal biological label (Lounis et ai, 
J, Phys, Chem. B 2001, 105:5048-5054; Garcia-Parajo et al, ChemPhysChem 2001, 2:347- 
360; Verkhusha et al, J, Biol Chem. 2001, 276:29621-29624; Sacchetti et al, FEBS Lett. 

2002, 525:13-19), Thus, the ideal label would combine the strong absorption, emission, and 
photostability of inorganic quantum dots, the small size and simple attachment chemistry of 
organic dyes, or preferably, like GFP and DsRed, the ability to be expressed in vivo as a single 
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molecule biological label attached to any protein of interest without first purifying, labeling, and 
re-injecting the protein, 

[012J In summary, while current labeling methods and materials have enabled myriad 

bulk studies and many in vitro single molecule experiment, single molwule experiments remain 
limited by the disadvantages of even the best fluorescent probes. There is a need in the art for 
new single molecule probes, created v^ith greatly improved photostability, much stronger 
absorption and emission under weak illumination, facile synthesis and conjugation to proteins, 
and tunable emission color. Ideally, such fluorescent labels should also be genetically 
programmable such that proteins under study can be directly labeled intracellularly, without first 
being over-expressed, purified, labeled, and then reintroduced into cells. 

SUMMARY OF THE INVENTION 

[013] It is an object of the present invention to overcome, or at least alleviate, one or 

more of the difficulties or deficiencies associated with the prior art. The present invention 
fiilfills in part the need to identify new, unique strongly fluorescent labels that allow for the 
facile study of molecules at either single molecule or bulk concentrations. The compositions 
comprise a water-soluble fluorescent label comprising an encapsulated noble metal 
nanocluster In one embodiment, the noble metal nanocluster comprises between 2 and 8 
noble metal atoms. In preferred embodiments, the noble metal is selected jfrom the group 
consisting of gold, silver, and copper. In certain mibodimenfe, the noble metal nanocluster 
has a varying charge. 

[014] Preferably, the fluorescent label exhibits a polarized spectral emission and 

exhibits a dipole emission pattem. The fluorescent label has a spectral emission that 
provides information about a biological state, wherein the biological state is selected from the 
group consisting of a quantitative and qualitative presence of a biological moiety; structure, 
composition, and conformation of a biological moiety; localization of a biological moiety in 
an environment; an interaction between biological moieties, an alteration in structure of a 
biological compound, and an alteration in a cellule process. 

[015] Preferably the fluorescent label of the present invention is capable of 

fluorescing over a pH range of approximately 3 to approximately 8, and the noble metal 
nanocluster emits greater than approximately 10 photons, greater than 10 , greater than 10 , 
or greater than 10^ photons before photobleaching. In one embodiment, the encapsulated 
noble metal nanocluster has a fluorescence quantimi yield of greater than approximately 1% 
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and a saturation intensity ranging from approximately 1 to 1000 W/cm at a nanoclustcr 
spectral excitation maximum, 

[016] In certain preferred embodiments, the noble metal nanocluster is encapsulated 

in a dendrimer. In one embodiment, the dendrimer comprises poly(amidoamine), wherein 
the poly(amidoamine) dendrimer is selected from the group consisting of a 0'^ generation, 1'^ 
generation, 2"^ generation, 3'^ generation, a 4^^ generation, and a higher generation 
poly(amidoamine) dendrimer. In another embodiment, the poly(amidoamine) dendrimer is a 
2""^ generation, or a 4^^ generation OH-terminated poly(amidoamine) dendrimer. 
[0171 In certain other preferred embodiments, the noble metal nanocluster is 

encapsulated in a peptide. Preferably the peptide is from approximately 5-500 amino acids 
in length, In other embodiments, the peptide is from approximately 5-20 amino acids in 
length. In a fiirther embodiment, the peptide comprises a polypeptide sequence as defined in 
SEQIDNO:!. 

[0181 The present invention provides a method of preparing a dendrimer 

encapsulated noble metal r^ocluster capable of fluorescing as described herein, comprising 
the steps of: a) combining a dendrimer, an aqueous solution comprising a noble metal, and an 
aqueous solvent to create a combined solution; b) adding a reducing agent; c) adding a 
sufficient amount of an acidic compound to adjust the combing solution to a neutral range 
or physiological pH; and d) mixing the pH adjusted, combined solution to allow the 
formation of a dendrimer encapsulated noble metal nanocluster. The invention further 
provides a method of preparing a peptide encapsulated noble metal nanocluster capable of 
fluorescing as described herein, comprising the steps of a) combining a peptide, an aqueous 
solution comprising a noble metal, and an aqueous solution to create a combined solution; b) 
adding a reducing agent; c) adding a sufficient amount of an acidic compound to adjust the 
combined solution to a neutral range pH; and d) mixing the pH adjusted, combined solution 
to allow the formation of the peptide encapsulated noble metal nanocluster, 
(0191 The present invention further encompasses methods of using the fluorescent 

labels described herein in order to study a biological state. The invention provides for a 
method of monitoring a molecule of interest comprising: a) attaching a water-soluble 
fluorescent label comprising an encapsulated noble metal nanocluster to a molecule of 
interest, wherein the fluorescent label emits an emission spectrum over a certain range of 
visible or near infrared wavelengths; and b) det«:ting the emission spectrum of the 
fluorescent label In certain embodiments, the method further comprises the initial step of 
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attaching a linker molecule to the encapsulated noble metal nanocluster^ wherein the linker 
molecule is capable of attaching the fluorescent label to the molecule of interest. In a 
preferred embodiment, the molecule of interest is present in a biological sample. In one 
preferred embodiment, the noble metal nanocluster is encapsulated in a peptide. Preferably, 
the peptide is expressed in a cell. In one embodiment, the peptide comprises a fusion 
polypeptide. 

BRIEF DESCRIPTION OF THE DRAWINGS 

[020] Figure lA provides UV-Visible absK>rption spectra of aqueous 

silver/dendrimer solutions. (1) indicates strong plasmon absorption (398 nm) characteristic of 
large, non-fluorescent dendrimer-encapsulated silver nanoparticles prepared through NaBH4 
reduction of silver ions in the dendrimer host (1:12 dendrimer:Ag), (2) indicates the 
absorption spectrum of unreduced, non-fluorescent 1:3 (dendrimer:Ag) solution before 
photoactivation, and (3) indicates the same solution after photoactivation/photoreduction to 
produce highly fluorescent silver nanodots. Figure IB provides electrospray ionization mass 
spectrum of photoactivated G2-0H PAMAM (MW: 3272 amu) ^ AgNOs solution. Agn 
nanodot peaks are spac^ by the Ag atomic mass (107.8 amu) and only appear in the 
fluorescent, photoactivated nanodot solutions. 

[021] Figures 2A-D show mercury lamp excited (450 to 480 nm, 30W/cm^, scale 

bar = 15 fim) epifluorescence microscopy images demonstrating time-dependent 
photoactivation of aqueous dendrimer-encapsulated silver nanodote. Each 300 ms CCD 
frame shows increasing fluorescence with illummation time at 0 seconds, 0.3 seconds, L5 
seconds, and 6 seconds. Figure 2E shows surface-bound silver nanodot emission patterns in 
aqueous solutions. Indicative of single molecules, the anisotropic emission patterns and 
fluorescence blinking are easily observable under weak Hg lamp excitation. 
[022] Figure 3 shows room temperature single nanodot confocal fluorescence 

spectra (476-nm Ar^ laser excitation, 496-nm long-pass filter, dispersed by a 300-mm 
monochrometer). Emission maxima for the five typical nanodots shown are 533 nm, 553 
nm, 589 nm, 611 nm, and 648 nm. The ensemble fluorescence spectrum of bulk silver 
nanodot sK)lutions (top) largely consists of these five spectral types, which are 
indistinguishable from that on AgO surfaces, 

[0231 Figures 4A shows a single nanodot fluor^cence lifetime and 5B shows 

saturation intensity measurements of typical dendrimer-encapsuMcd nanodots. In 5A, 400- 
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nm exdted lifetimes are limited by the 300 ps instrument response, but indicate a sub-100 ps 

component (92%) and a L6 ns component (8%) after deconvolution. In 4B, saturation 
occurs at W/cm^ (using off resonant, 5I4.5-nm excitation), with total intensity 

differences arising from variations in quantum yields among various nanodots. The organic 
dye, DilCig, for comparison, has a saturation intensity of lOkW/cm^. Comparisons to Dil 
yield a lower estimate of the fluorescence quantum yield of --30%. 

[0241 Figure 5A shows UV-Vis absorption spectra of aqueous gold nanodot and 

pure dendrimer solutions. Figure 5B shows subtraction of absorption spectra in A revealing 
the 384-nm absorption of PAMAM encapsulated Au nanodots. 

[025] Figure 6 shows excitation and emission spectra of 04-011 PAMAM 

encapsulated gold nanoclusters at room temperature. The excitation spectrum is denoted by 
"r*, while the emission spectrum is denoted with '*2/' 

[0261 Figure 7A shows lifetime measurement of gold nanodots in aqueous solution. 

Instrumental response and nanodot data with fit exhibit the 7.5 ns (93%) and 2.8 fis (7%) 
lifetimes. Figure 7B shows ESI mass spectrum of G2-OH PAMAM encapsulated gold 
nanodots with expected mJz of 4940 for G2-0H + Aug +5H2O 4- kT. 

[027] Figure 8 shows the excitation and emission spectra of PAMAM dendrimer 

enc^sulated copper nanoclusters at room temperature. The excitation spectrum is denoted 
by "1", while the emission spectrum is denoted with *'2/' 

DETAILED DESCRIPTION OF THE INVENTION 

[028] The present invention provides compositions <x>mprisjng a fluorescent label, 

methods for preparing the compositions and methods of using the compositions. The 
compositions of the present invention comprise encapsulated noble metal nanoclusters which 
are capable of fluorescing. The fluorescent labels provide certain advantages over known 

fluorescent labels, which include the small size, much stronger absorption and emission under 
weak illumination, facile synthesis and conjugation to proteins, tunable emission color, and the 
option to genetically program the labels such that proteins can be directly labeled intracellularly. 
[029] The present invention provides for compositions comprising a water-soluble 

fluorescent label comprising an encapsulated noble metal nanocluster. In one embodiment, 
the noble metal nanocluster comprises between 2 and 8 noble metal atoms. In preferred 
embodiments, the noble metal is selected &om the group consisting of gold, silver, and 
copper. 
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[030] In one embodiment, the fluorescent label exhibits a polarized spectral 

emission and/or a dipole emission pattern- The fluorescent label has a spectral emission that 
provides infomation about a biological state, wherein the biological state is selected from the 
group consisting of a quantitative and qualitative presence of a biological moiety; location, 
structure, composition, and conformation of a biological moiety; localization of a biological 
moiety in an environment; an interaction between biological moieties, an alteration in 
structure of a biological compound, and an alteration in a cellular process. 
[031] Preferably the fluorescent label of the present invention is capable of 

fluorescing over a pH range of approximately 3 to approximately 8, and the noble metal 
nanocluster emits greater than approximately 10^ photons before photobleaching. In a 
further embodiment, the noble metal nanocluster emits greater than approximately lO"^, 10^ 
or greater than 10^ photons before photobleaching. 

[032] In certain preferred embodiments, the noble metal nanocluster is encapsulated 

in a dendrimer. In one embodiment, the dendrimer comprises poly(amidoamine), wherein 
the poly(amxdoamine) dendrimer is selected from the group consisting of a 0 generation, 1 
generation, 2"^ generation, 3'"* generation, a 4'^ generation, and a higher generation 
poly(amidoamine) dendrimer. In another embodiment, the poly(amidoamine) dendrimer is a 

generation, or a 4"^ generation OH-terminated poly(amidoamine) dendrimer, 
[033] In certain other prefen-ed embodiments, the noble metal nanocluster is 

encapsulated in a peptide. Preferably the peptide is from approximately 5-500 amino acids 
in length. In other embodiments, the peptide is from approximately 5-20 amino acids in 
length. In a further embodiment, the peptide comprises a polypeptide sequence as defined in 
SEQIDNOiL 

[034] The present invention provides a method for preparing a dendrimer 

encapsulated noble metal nanocluster, comprising the steps of; a) combining a dendrimer, an 
aqueous solution comprising a noble metal, and an aqueous solvent to create a combined 
solution; b) adding a reducing agent; c) adding a sufficient amount of an acidic compound to 
adjust the combined solution to a neutral range or physiological pH; and d) mixing the pH 
adjusted, combined solution to allow the formation of a dendrimer encapsulated noble metal 
nanocluster. The invention further provides a method of preparing a peptide encapsulated 
noble metal nanocluster capable of fluorescing, comprising the steps of a) combining a 
peptide, an aqueous solution comprising a noble metal, and an aqueous solution to create a 
combined solution; b) adding a reducing agent; c) adding a sufficient amount of an acidic 
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compound to adjust the combined solution to a neutral range or physiological pH; and d) 
mixing the pH adjusted, combined solution to allow the formation of the peptide 
encapsulated noble metal nanocluster, 

[035] The present invention further encompasses methods of using the fluorescent 

labels in order to study a biological state. The invention provides for a method of monitoring 
a molecule of interest comprising: a) attaching a water-soluble fluorescent label comprising 
an encapsulated noble metal nanocluster to a molecule of interest, wherein the fluorescent 
label emits an emission spectrum over a certain range of visible and near infrared 
wavelenghts; and b) detecting the emission spectrum of the fluorescent label In certain 
embodiments, the method further comprises the initial step of attaching a linker molecule to 
the encapsulated noble metol nanocluster, wherein the linker molecule is capable of attaching 
the fluorescent label to the molecule of interest. In a preferred embodiment, the molecule of 
interest is present in a biological sample. In one preferred embodiment, the noble metal 
nanocluster is encapsulated in a peptide. Preferably, the peptide is expressed in a celL In one 
embodiment, the peptide comprises a fusion polypeptide. 

[036] The highly fluorescent water-soluble noble metal nanoclusters (nanodots) 

described herein are easily observed as single nanodots with weak mercury lamp excitation 
due to their incredibly strong absorption and emission (Peyser et al. Science 2001, 291; 103; 
Peyser et aL, J. Phys. Chem. B 2002, 106:7725). With absorption strengths comparable to 
those of much larger quantum dots, these highly fluorescent and incredibly photostable 
nanodots are useful^ in one embodiment, as single molecule and bulk fluorescent biolabels. 
The creation of stable, biocompatible individual noble metal nanoclusters greatly facilitates 
the use of these photoactivated nanomaterials as extremely small, bright fluorophores. Such 
bright, easily synthesized, robust nanomaterials of the present invention will expand the 
accessibility of single molecule methods by greatly decreasing experimental cost and 
complexity and providing optically excited fluorophores capable of producing orders of 
magnitude more photons from individual mol^ules than currently possible. 
[037] One aspect of the invention described herein provides the production and 

characterization of extremely robust, incredibly bright, photoactivated biological tebels that are 
simultaneously very small, biocompatible, suitable for specific in vitro and in vivo labeling and 
easily observed on the single molecule level with only weak mercury lamp excitation. At least 
20 times brighter than the best organic dyes, the brightness and ease of synthesis enables 
researchers to easily perform single molecule experiments with standard, inexpensive, lamp- 
bas^ fluorescence microscopes. As described herein, only a few atoms to few tens of atoms of a 
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noble metai are necessary to generate extremely bright compounds easily observed on the single 
molecule level. As a result, the proper biocompatible scaffold (generally a dendrimer, 
genetically optimized peptide, or any other appropriate encapsulating material) encapsulating the 
noble metal nanoclusters makes these very usefiil and potentially the smallest possible in vivo 
and in vitro labels, 

[0381 Unless otherwise noted, the terms used herein are to be understood according 

to conventional usage by those of ordinary skill in the relevant art* In addition to the 
definitions of terms provided below, defmitions of common terms in molecular biology may 
also be foimd in Rieger et aL, 1991 Glossary of genetics: classical and molecular, 5th Ed., 
Berlin: Springer- Verlag; and in Current Protocols in Mol^ular Biology, Ausubel et al, 
Eds,, Current Protocols, a joint venture between Greene Publishing Associates, Inc. and John 
Wiley & Sons, Inc., (1998 Supplement). It is to be imderstocKl that as used in the 
specification and in the claims, "a" or "an" can mean one or more, depending upon the 
context in which it is used. Thus, for example, reference to "a cell" can mean that at least 
one cell can be utilized. 

|039] The present invention may be understood more readily by reference to the 

following detailed description of the preferred embodiments of the invention and the 
Examples included herein. However, before the present compounds, compositions, and 
methods are disclosed and described, it is to be understood that this invention is not limited 
to specific noble metals, specific polypeptides, specific dendrimers, specific conditions, or 
specific methods, etc., as such may, of course, vary, and the numerous modifications and 
variations therein will be apparent to those skilled in the art. It is also to be understood that 
the terminology used herein is for the purpose of describing specific embodiments only and 
is not intended to be limiting. 

[040] As used herein, "encapsulating material" refers to a substrate which is capable 

of attaching to, or physically associating with one or molecules of a noble metal nanocluster. 
An encapsulating material can provide a means for attaching the noble metal nanocluster 
indirectly to a molecule of interest, and can protect the noble metal nanocluster from the 
environment. The attachment or linkage is by means of covalent bonding, hydrogen 
bonding, adsorption, absorption, metallic bonding, van der Waals forces or ionic bonding, or 
any combination thereof. As used herein, "encapsulated" means that one or more molecules 
of the noble metal nanocluster can be physically associated with or entrapped within the 
encapsulating material, dispersed partially or fully throughout the encapsulating material, or 
attached or linked to the encapsulating material or any combination thereof, whereby the 
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attachment or linkage is by. means of. covalent bonding, hydrogen bonding, adsorption, 
absorption, metallic bonding, van der Waals forces or ionic bonding, or any combination 
thereof 

|041J The noble metal nanoclusters encompassed by the present invention can be 

encapsulated by any suitable encapsulating material, which includes, but is not limited to, a 
dendrimer, a polypeptide, a surfactant, and a non-dendrimer polymer. In one embodiment, 
the dendrimer is a PAMAM dendrimer In another embodiment, the polypeptide comprise a 
sequence ranging form 5-500 amino acids in length. In another embodiment, the polypeptide 
comprises an antibody, 

[042] As used herein with respect to a dendrimer, for example, "encapsulated" 

means that the one or more molecules of the noble metal nanocluster can be physically 
associated with or entrapped within the core of the dendrimer, dispersed partially or fully 
throughout the dendrimer, or attached or hnked to the dendrimer or any combination thereof, 
whereby the attachment or linkage is by means of covalent bonding, hydrogen bonding, 
adsorption, absorption, metallic bonding, van der Waals forces or ionic bonding, or any 
combination thereof. Since the size, shape and functional group density of the dendrimers 
can be rigorously controlled by well-known methods, there are many ways in which the 
carried material (i,e. the noble metal nanoclusters) can be associated with the dendrimer. For 
example, (a) there can be covalent, coulombic, hydrophobic, or chelation type association 
between the carried raaterial(s) and entities, typically fiinctional groups, located at or near the ^ 
surface of the dendrimer; (b) there can be covalent, coulombic, hydrophobic, or chelation 
type association between the carried material(s) and moieties located within the interior of 
the dendrimer; (c) the dendrimer can be prepared to have an interior which is predominantly 
hollow allowing for entrapment (e.g., physically within or by association with the interior 
moieties of the dense star dendrimer) of the carried materials within the interior (void 
volume), (e,g,, magnetic or paramagnetic cores or domains created by the chelation and 
complete or incomplete reduction of metal ions to the zero or non-zero valence state within 
the dendrimer), these dendrimers containing magnetic mteriors can be used for harvesting 
various bioactive entities that can be complexed with various dendrimer surfaces by use of 
magnets and the like, wherein the release of the carried material can optionally be controlled 
by congesting the surface of the dendrimer with diffusion controlling moieties; or (d) various 
combinations of the aforementioned phenomena can be employed. 
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[043] As used herein, the • term ^'noble metal" refers to the group of elements 

selected from the group consisting of gold, silver, and copper and the platinum group metals 
(PGM) platinum, palladium, osmium, iridium, ruthenium and rhodium. In certain preferred 
embodiment of the present invention, the noble metal is selected from the group consisting 
of gold, silver, and copper. In other preferred embodiments, the noble metal is silver. In 
other prefeiTCd embodiments, the noble metal is gold. In other preferred embodiments, the 
noble metal is copper. 

[044] As used herein, the term *'nanocluster" refers to an association of 2-27 atoms 

of a metal Manufactured nanoclusters are known and are becoming incre^ingly important 
in the fields of catalysis, ceramics, semiconductors, and materials science, among others. 
Their importance is due to the high ratio of surface atoms to interior atoms in nanoclusters. 
This imparts properties such as high surface reactivities, increased hardness and yield, 
strength, decre^ed ductility, liquid-like behavior at low temperature, and size-related 
chemical, physical, and/or quantum effects that are distinct from those properties of their 
macro-scale counterparts. At its finest division, an element consist of a single atom. 
Molecules consist of simple aggregates of a fev^ atoms, and metals and other 
macrocrystalline solids comprise a crystalline or polycrystalline lattice extending outwards in 
continuous, three dimensional armys of atoms. The dimensions of atoms and molecules are 
measured in angstroms, one angstrom being 10"*^ m or OJ nanometers. Crystalline domains 
in mtcrocrystalline soHds such as metals typically are measured on the scale of micrometers, 
Nanoclusters occupy the transition from the simple atomic state to the nanocrystalline state 
and may have diameters in the range of about 0. 1 to about 3 nm. Preferably, the nanoclusters 
as described herein comprise approximately 2, 3, 4, 5, 6, 7, 8, 9, 10, 11, 12, 13, 14, 15, 16, 
17, 18, 19, 20, 21, 22, 23, 24, 25, 26, or 27 atoms. In other preferred embodiments, the 
nanoclusters comprise approximately 2-27 atoms, approximately 2-25 atoms, approximately 
2-20 atoms, approximately 2-15 atoms, approximately 2-10 atoms, or approximately 2-8 
atoms. The size of the nanocluster preferred for encapsulation in an encapsulating material 
such as a dendrimer or peptide can depend on the type of metal used, the desired emission 
color, and the particular application. 

[045] As used herein, a "nanoparticle" is defined as a particle having a diameter of 

from approximately 3 to approximately 100 nanometers, having any size, shape or 
morphology, and comprising a noble metal as defined herein. 
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[046] As used herein, a ?najiodpt" is a noble metal nanocluster that is encapsulated 

in an encapsulating material, such as a dendrimer or a peptide, wherein the encapsulated 
noble metal nanocluster is capable of fluorescing at a low excitation intensity. Preferably, 
the encapsulated noble metal nanocluster has a fluorescence quantum yield of greater than 
approximately 1% and has a saturation intensity ranging from approximately 1 to 1000 
W/cm^ at a nanocluster excitation maximum. In certain embodiments, the fluorescence 
quantum yield is greater than approximately 2%, 3%, 4%, 5%, 10%, 15%, 20%, 25%, 30%, 
35%, 40%, 45%, 50%, 60% or higher. In certain embodiments, the saturation intensity 
ranges from approximately 1-1000 W/cm^, from approximately 10-800 W/cm^, or from 
approximately 10-500 W/cm^ The excitation maximum varies between nanoclustera, and is 
dependent at least on the type of metal atom, and the number of metal atoms in the 
nanocluster. The excitation maximum for a nanocluster is readily determined by one of 
ordinary skill in the art using means that are well known in the art* 

[0471 As used herein, the term "saturation intensity" refers to the intensity at which 

the absorption of the molecule saturates and is no longer linear with respect to excitation 
intensity. At the saturation intensity for the non-linear ab^rption of a molecule, multiphoton 
absorption is no longer dependent on the intensity raised to the power of the nonlinear 
interaction. The quantum yield is defined as the ratio of the number of photons emitted to the 
number of photons absorbed. 

[048] As used herein, the term "water-soluble" refers to the ability to dissolve 

and/or form a suspension in an aqueous solution. While the fluorescent label may visibly 

dissolve in an aqueous solution, it is at least temporarily dispersible or capable of forming a 
suspension in an aqueous solution. 

[049] As used herein, the term "fluorescence" or "fluorescent" is a physical 

phenomenon based upon the ability of certain molecules to absorb and emit light at different 
wavelengths. The absorption of light (photons) at a first wavelength is followed by the 
emission of photons at a second wavelength and different energy. As used herein, a 
"fluorescent label" is a molecule which absorbs light at a first wavelength and emits the 
photons at a second wavelength and different energy. As used herein, a "fluorescent label" is 
used mterchangeably with a "luminescent label," and *'fluorescent" and "fluorescence" are 
used interchangeably with the terms "luminescent" and ^luminescence," respectively. As 
such, fluorescence is meant to include phosphor^cence and Raman emission, and all 
emissions indicated by the term "luminescence." As used herein, the term "saturated 
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fluorescence*' refers to the ability of a molecule to fluoresce at all incident intensities. 
Preferably, the fluorescent label comprises an encapsulated noble metal nanocluster. 
Preferably, the fluorescent labels of the present invention fluoresce at a low excitation 
intensity, such as that provided by a mercury lamp. Preferably, the lov^ excitation intensity is 
approximately 30 W/cm^ at approximately 460 nm, Li other embodiments, the excitation 
intensity can range from < I W/cm^ up to 1 0 kW/cm^ at a range of excitation wavelengths 
from approximately 330 nm to approximately 900 nm. The excitation intensity can vary 
depending at least on the size of the nanocluster, and the metal comprising the nanocli^ter, 
and can be readily determined by one of ordinary skill in the art using methods well known 
in the art. While the fluorescent label as described herein is capable of fluorescing at a low 
excitation energy such as by a weak mercury lamp, in one embodiment the fluorescent label 
can fluoresce when activated by a laser. 

(050] The spectral emission can be determined for the fluorescent labels of the 

present invention. Atoms and collections of atoms {or molecules) can make transitions 
between the electronic energy levels allowed by quantum mechanics by absorbing or 
emitting the energy difference between the levels; The wavelength of tiie emitted or 
absorbed light is such that the photon carries the energy difference between the two orbits. 
This energy may be calculated by dividing the product of the Planck constant and the speed 
of light he by the wavelength of the light. Thus, an atom or collection of atoms can absorb or 
emit only certain wavelengths (or equivalently, frequencies or energies) as dictated by the 
detailed atomic structure of the atoms. When the con^sponding light is passed through a 
prism or spectrograph it is separated spatially according to wavelength. The corresponding 
spectrum may exhibit a continuum, or may have superposed on the continuum bright lines 
(an emission spectrum). Thus, emission spectra are produced when the atoms do not 
experience many collisions (because of the low density). The emission lines correspond to 
photons that are emitted when excited states in the molecule or collection of atoms make 
transitions back to lower-lying levels. In a preferred embodiment of the present invention, 
the spectral emission of the fluorescent label is polarized. In other embodiments, depending 
on nanocluster properties, the emission may exhibit different degrees of polarization. In 
certain embodiments, the encapsulated noble metal nanocluster exhibits a dipole emission 
pattern. Preferably, the spectral emission characteristics of the fluorescent label are at least 
partially determined by one or more chaiacteristics selected from the group consisting of: the 
encapsulating material used, the generation of the dendrimer, the pH of the test environment. 
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the pH of the environment in which the-naaodot is formed, the affinity of the peptide for the 
noble metal nanocluster which is determined by the peptide sequence, the size of the 
nanocluster, and the specific noble metal used to form the encapsulated noble metal 
nanociuster, 

[051] Preferably the noble metal nanocluster has a varying charge. As used herein, 

the tenn "varying charge" refers to the fact that a noble metal nanocluster can be completely 
or incompletely reduced, or can be negatively charged. In certain applications, a noble metal 
nanocluster of a certain charge may be preferred. The charge of a noble metal nanocluster is 
readily determined by one of ordinary skill in the art using well-known methods. 
[0521 The noble metal nanoclusters of the present invention are preferably less than 

3 nm in diameter, and can be smaller than 2 nm or 1 nm in diameter. After encapsulation, the 
encapsulated noble metal nanoclusters can range in diameter from less than 1 nm to 
approximately or greater than 15 nm. The size of the encapsulated noble metal nanocluster is 
largely dependent on the encapsulating material used. For example, in one embodiment, an 
antibody such as IgG is used to encapsulate the noble metal nanocluster. These antibodies 
are approximately 10 nm in diameter. Large 10-50 nm encapsulated noble metal 
nanoclusters can be filtered by the lymphatic system in vivo for imaging purposes. 
|053] As used herein, a "dendritic polymer" is a polymer exhibiting regular 

dendritic branching, formed by the sequential or generational addition of branched layers to 
or fi-om a core. The term dendritic polymer encompasses "dendrimers," which are 
characterized by a core, at least one interior branched layer, and a surface branched layer. 
(See Dvomic & Tomalia in Chem. in Britain, 641-645, August 1994.) A "dendron" is a 
species of dendrimer having branches emanating from a focal point which is or can be joined 
to a core, either directly or through a linking moiety to form a dendrimer. Many dendrimers 
comprise two or more dendrons joined to a common core. However, the term dendrimer is 
used broadly to encompass a single dendron. In the present invention, a preferred dendrimer 
is a poly(amidoamine) or PAMAM dendrimer, however, the use of other dendrimers is 
contemplated. Preferably the dendrimer is selected firom the group consisting of a 0^^ 
generation, a 1^^ generation, a 2"^ generation, a 3*^"^ generation, a 4^^ generation or greater 
generation dendrimer. The dendrimer can have any termination, including, but not limited to 
a OH terminating, COOH terminating, and NH2 temainating. The generation of the 
dendrimer selected varies depending on the desired specific application for the encapsulated 
noble metal nanocluster. 
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[054] Dendritic polymers, include, but are not limited to, symmetrical and 

unsymmetrical branching dendrimers, cascade molecules, arborols, and the like, though the 
most preferred dendritic polymers are dense star polymers. The PAMAM dendrimers 
disclosed herein are symmetric, in that the branch arms are of equal length. The branching 
occult at the hydrogen atoms of a terminal -NH2 group on a preceding generation branch. 
[OSS] Even though not formed by regular sequential addition of branched layers, 

hyperbranched polymers, e.g., hyperbranched polyols, may be equivalent to a dendritic 
polymer v^here the branching pattern exhibits a degree of regularity approaching that of a 
dcndrimer, 

[056] Topological polymers, with size and shape controlled domains, are 

dendrimers that are associated with each other (as an example covalently bridged or through 
other association as defined hereafter) through their reactive terminal groups, which are 
referred to as "bridged dendrimers/' When more than two dense star dendrimers are 
associated together, they are referred to as "aggregates" or "dense star aggregates," 
[057] Therefore, dendritic polymers include bridged dendrimers and dendrimer 

aggregates. Dendritic polymers encompass both generationally monodisperse and 
generationally polydisperse solutions of dendrimers. The dendrimers in a monodisperse 
solution are substantially all of the same generation, and hence of uniform size and shape. 
The dendrimers in a polydisperse solution comprise a distribution of different generation 
dendrimers. 

[058] Dendritic polymers also encompass surface modified dendrimers. For 

example, the surface of a PAMAM dendrimer may be modified by the addition of an amino 
acid (e.g., lysine or arginine). 

[059] As used herein, the term "generation" when referring to a dendrimer means 

the number of layers of repeating units that are added to the initiator core of the dendrimer. 
For example, a 1^^ generation dendrimer comprises an initiator core and one layer of the 
repeating unit, and a 2"^ generation dendrimer comprises an initiator core and two layers of 
the repeating unit, etc. Sequential building of generations (i.e., generation number and the 
size and nature of the repeating imits) determines the dimensions of the dendrimers and the 
nature of their interior. 

[060] Methods for linking dendrimers to biological substrates are well known to 

those of skill in the art, and include the use of linker molecule. For example, thiol-reactive 

species can be made by coupling the dendrimer hydroxyl group to the isocyanate end of the 
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bi* functional cross-linker, .N-(p-maieimidophenyl)isocyanate, leaving a thiol-reactive 
maleimide for coupling to proteins. 

[661] As used herein, the term '*photobleaching" comprises all processes, which 

result in the reduction of the intensity of fluorescent light generated at the wavelength of 
excitation. In embodiments of the pr^ent invention, the noble metal nanocluster emits 
greater than approximately 10^ 10'^, or 10^ photom before photobleaching. In a more 
preferred embodiment, the noble metal nanocluster emits greater than approximately 10^ 
photor^ before photobleaching. Photobl^hing is readily assessed by one of ordinary skill 
in the art. 

[0621 In certain preferred embodiments of the present mvention, when the 

encapsulated noble metal nanoclusters are excited, greatca* than approximately 80% of the 
noble metal nanoclusters fluoresce for greater than approximately 30 minutes. Preferably, 
the noble metal nanoclusters fluoresce at a continuous excitation energy of approximately 
300 W/cm^ at 514,5 nm or 476 nm. In another embodiment, preferably greater than 
approximately 90% of the noble metal nanoclusters fluoresce for greater than approximately 
30 minutes. In other embodiments, greater than 80%, or greater than 90% of the nanoclusters 
have a fluorescence quantum yield of greater than approximately 1% and a saturation 
intensity that ranges from 1-1000 W/cm^ with emission continuing for greater than 30 
minutes. 

[063] In one embodiment, a dendrimer encapsulated noble metal nanocluster is used 

to deliver noble metal nanoclusters across biological membranes to a peptide that strongly 
binds the noble metal nanocluster. The strength of binding to the noble metal nanocluster is 
readily determined by one of ordinary skill in the art, and can include a visual estimation of 
the intensity of the fluorescence. In a preferred embodiment, the dendrimer is a lower 
generation dendrimer, such as a 0*^ generation, 1'^ generation, or 2"^ genemtion. In other 
embodiments, the dendrimer is a higher generation dendrimer, such as a 3^^ or 4^^ or higher 
generation dendrimer. In certain embodiments, the peptide binds the noble metal nanocluster 
at a range of pH, Preferably, the peptide stably binds the noble metal nanocluster at a pH 
range of between 10 and 1, more preferably between 9 and 2, more preferably between 8 and 
3. In other embodiments the peptide stably binds the noble metal nanocluster at a pH of 9, 8, 
7, 6, 5, 4, or 3, This embodiment will allow for the facile labeling of proteins both in vitro 
and in vivo. 



19 



wo 2004/003558 



PCT/US2003/020567 



(0641 The tenns "polynucleotide," "oligonucleotide," "nucleic acid" and "nucleic 

acid molecule" are used herein to include a polymeric form of nucleotides of any length, 
either ribonucleotides or deoxyribonucleotides. This term refers only to the primary structure 
of the molecule; thus, the term includes triple-, double- and single-stranded DNA, as well as 
triple-, double- and single-stranded RNA, It also includes modifications, such as by 
methylation and/or by capping, and unmodified forms of the polynucleotide. More 
particularly, the terms "polynucleotide," ^^oligonucleotide," "nucleic acid" and "nucleic acid 
molecule" include polydeoxyribonucleotides (containing 2-deoxy-D-ribose), 
polyribonucleotides (containing D-ribose), any other type of polynucleotide which is an N- 
or C-glycoside of a purine or pyrimtdine base, and other polymers containing non-nucleotidic 
backbones, for example, polyamide (e,g,, peptide nucleic acids (PNAs)) and polymorpholino 
(commercially available from the Anti-Virals, Inc., Corvallis, Ore., as Neugene) polymers, 
and other synthetic sequence-specific nucleic acid polymers providing that the polymers 
contain nucleobases in a configuration which allows for base pairing and base stacking, such 
as is found in DNA and RNA, There is no intended distinction in length between the terms 
"polynucleotide," "oligonucleotide," "nucleic acid" and "nucleic acid molecule," and these 
terms will be used interchangeably. These terms refer only to the primary structure of the 
molecule. Thus, these terms include, for example, 3-deoxy-2', 5 -DNA, 
oligodeoxyribonucleotide N3' P5' phosphoramidates, 2'-0-alkyl-substituted RNA, double- 
and single-stranded DNA, as well as double- and single-stranded RNA, DNA:RNA hybrids, 
and hybrids between PNAs and DNA or RNA, and also include known types of 
modifications, for example, labels which are known in the art, methylation, "caps," 
substitution of one or more of the naturally occurring nucleotides with an analog, 
intemucleotide modifications such as, for example, those with uncharged linkages (e.g., 
methyl phosphonates, phosphotriesters, phosphoramidates, carbamates, etc.), with negatively 
digged linkages {e,g., phosphorothioates, phosphorodithioates, etc.), and with positively 
charge linkages (e.g., aminoalklyphosphoramidates, aminoalkylphosphotriesters), those 
containing pendant moieties, such as, for example, proteins (including nucleases, toxins, 
antibodies, signal peptides, poly-L-lysine, etc), those with intercalators (e.g., acridine, 
psoralen, etc.), those containing chelatoi^ (e.g., metals, radioactive metals, boron, oxidative 
metals, etc-), those containing alkylators, those with modified linkages (e.g., alpha anomeric 
nucleic acids, etc.), as well as unmodified forms of the polynucleotide or oligonucleotide. In 
particular, DNA is deoxyribonucleic acid. 
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[065] These terms also encompass untranslated sequence located at both the 3 * and 

5' ends of the coding region of the gene: at least about 1000 nucleotides of sequence 
upstream from the 5' end of the coding region and at least about 200 nucleotides of sequence 
downstream from the 3' end of the coding region of the gene. Less common bases, such as 
inosine, 5-methyIcytosine, 6-methyIadenine, hypoxanthine and others can also be used for 
antisense, dsRNA and ribozyme pairing. For example, polynucleotides that contain C-5 
propyne analogues of uridine and cytidine have been shown to bind RNA with high affinity 
and to be potent antisense inhibitors of gene expression. Other modifications, such as 
modification to the phosphodiester backbone, or the 2*-hydroxy in the ribose sugar ^oup of 
the RNA can also be made. The antisense polynucleotides and ribozymes can consist 
entirely of ribonucleotides, or can contain mixed ribonucleotides and deoxyribonucleotides. 
The polynucleotides of the invention may be produced by any means> including genomic 
preparations, cDNA preparations, in vitro synthesis, RT-PCR, and in vitro or in vivo 
transcription. 

[0661 An "isolated" nucleic acid molecule is one that is substantially separated from 

other nucleic acid molecules that are present in the natural source of the nucleic acid (i.e., 
sequences encoding other polypeptides). Preferably, an "isolated" nucleic acid is free of 
some of the sequences that naturally flank the nucleic acid (i.e., sequences located at the 5' 
and 3' ends of the nucleic acid) in its naturally occurring repUcon. For example, a cloned 
nucleic acid is considered i^lated, A nucleic acid is also considered isolated if it has been 
altered by human intervention, or placed in a locus or location that is not its natural site, or if 
it is introducKi into a ceil by transfection. Moreover, an "isolated" nucleic acid molecule can 
be free from some of the other cellular material with which it is naturally associated, or 
culture medium when produced by recombinant tKjhniques, or chemical precursors or other 
chemicals when chemically synthesized. 

[0671 Specifically excluded from the definition of "isolated nucleic acids" are; 

naturally-occurring chromosomes (such as chromosome spreads), artificial chromosome 
libraries, genomic libraries, and cDNA libraries that exist either as an in vitro nucleic acid 
preparation or as a transfected/transformed host cell preparation, wherein the host cells are 
either an in vitro heterogeneous preparation or plated as a heterogeneous population of single 
colonies. Also specifically excluded are the above libraries wherein a specified nucleic acid 
makes up less than 5% of the number of nucleic acid inserts in the vector molecules. Further 
specifically excluded are whole cell genomic DNA or whole cell RNA preparations 
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(including whole cell preparations that are mechanicaUy sheared or en2ymatically digested). 
Even further specifically excluded are the whole cell preparations found as either an in vitro 
preparation or as a heterogeneous mixture separated by electrophoresis wherein the nucleic 
acid of the invention has not further been separated from the heterologous nucleic acids in 
the electrophoresis medium (e.g., further sq)arating by excising a single band from a 
heterogeneous band population in an agarose gel or nylon blot), 

[0681 ^ one preferred embodiment, an isolated nucleic acid encoding a peptide that 

binds a noble metal nanocluster is introduced into a cell, and the peptide is expressed and 
binds the noble metal nanocluster. In certain embodiments, isolated nucleic acids encoding a 
peptide that binds the noble metal nanocluster can also be chimeric or fusion polynucleotides- 
As used herein, a "chimeric polynucleotide" or "fusion polynucleotide" comprises a nucleic 
acid encoding a peptide that binds the noble metal nanocluster operably linked to a second 
nucleic acid sequence. Preferably, the second nucleic acid sequence does not bind or does 
not strongly bind the noble metal nanocluster, and has both a different polynucleotide 
sequence and encodes a protein having a different function than a nucleic acid encoding a 
peptide that binds the noble metal nanocluster. Within the ftision polynucleotide, the term 
"operably linked" is intended to indicate that the nucleic acid encoding a peptide that binds 
the noble metal nanocluster and the second nucleic acid sequence, respectively, are fiised to 
each other so that both sequences fulfill the proposed function attributed to the sequence 
used The second nucleic acid sequence can be fused to the N-terminus or C-terminus of the 
nucleic acid encoding a peptide tlmt binds the noble metal nanocluster. 
[069j Procedures for introducing a nucleic acid into a cell are well known to those 

of ordinary skill in the art, and include, without limitation, transfection, transformation or 
transduction, electroporation, particle bombardment, agroinfection, and the like. In certain 
embodiments, tiie nucleic acid is incorporated into a vector or expression cassette that is then 
introduced into the cell. Other suitable methods for introducing nucleic acids into host cells 
can be foimd in Sambrook, et al^ Molecular Cloning: A Laboratory Manual. 2nd Ed., Cold 
Spring Harbor Laboratory, Cold Spring Harbor Laboratory Press, Cold Spring Harbor, NY, 
1989, and other laboratory manuals such as Methods in Molecular Biology ^ 1995, Vol 44, 
Agrobacterium protocols^ Ed: Gartland and Davey, Humana Press, Totowa, New Jersey. 
|070| As used herein, the term polypeptide refers to a chain of at least four amino 

acids joined by peptide bonds. The chain may be linear, branched, circular or combinations 
thereof. The terms "peptide," '^polypeptide," and "protein" are used interchangeably herein. 
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The terms do not refer to a specific length of the product. Thus, ^'peptides " "oUgopeptides," 
and "proteit^'* are included witJiia the definition of polypeptide. The terms include post- 
translational modifications of the polypeptide, for example, glycosylations, acetylations, 
phosphorylations and the like. In addition* protein fragments, analogs, mutated or variant 
proteins, fiision proteins and the like are included within the meaning of polypeptide. 
1071] The invention also provides chimeric or jfusion polypeptides. As used herein, 

an "chimeric polypeptide" or "fusion polypeptide" comprises an polypeptide which binds a 
noble metal nanocluster operatively linked to a second polypeptide. Preferably the second 
polypeptide has an amino acid sequence that is not substantially identical to a noble metal 
nanocluster optimized binding polypeptide, e.g., a polypeptide which does not stably bind a 
noble metal nanocluster as described herein. As used herein with respect to the fusion 
polypeptide, the term "operatively linked" is intended to indicate that the two polypeptide® 
are fused to each other so that both sequences fulfill the proposed function attributed to the 
sequence used. The second polypeptide can be fused to the N-terminus or C-terminus of the 
polypeptide which binds a noble metal nanocluster. Such fusion polypeptides can facilitate 
the single molecule or bulk studies and allow for the direct labeling of peptides in vivo or in 
vitro, 

[0721 ^ certain embodiments of the present invention, the peptide which binds the 

noble metal nanocluster is fix)m approximately 5-1000 amino acids in length, from 1-800 
amino acids in length, or from 5-500 amino acids in length. In certain embodiments, the 
peptide is from approximately 5-10 amino acids in length. In other embodiments, the peptide 
is from approximately 10-20 or from 20-40 amino acids in length. In one embodiment, the 
peptide comprises a polypeptide sequence as defined in SEQ ID NO:L 
[073] The present invention further encompasses methods for the preparation of the 

encapsulated noble metal nanoclusters having the characteristics as described herein, hi one 
embodiment, the method of preparing a dendrimer encapsulated noble metal nanocluster 
comprises the steps of: a) combining a dendrimer, an ^ueous solution comprising a noble 
metal, and an aqueous solvent to create a combined solution; b) adding a reducing agent; c) 
subsequently adding a sufficient amount of an acidic compound to adjust the combined 
solution to a neutral range pH; and d) mixing the pH adjusted, combined solution to allow the 
formation of a dendrimer encapsulated noble metal nanocluster. In a second embodiment, 
the method of preparing a peptide encapsulated noble metal nanocluster capable of 
fluorescing comprises the steps of: a) combining a peptide, an aqueous solution comprising a 
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noble metal, and distilled water to create a combined solution; b) adding a reducing agent; c) 
subsequently adding a sufficient amount of an acidic compound to adjust the combined 
solution to a neutral range pH; and d) mixing the pH adjusted, combined solution to allow the 
formation of the peptide encapsulated noble metal nanociuster. 

[074J In these methods, a reducing agent is added to the combined solution to 

photoactivate the noble metal nanoclusters. Preferably the reducing agent is selected from 
the group comprising a chemical reducing agent, light, or a combination thereof. In certain 
embodiments of these methods, light can be used as a reducing agent to photoactivate the 
noble metal nanoclusters. In certain other embodunents of these methods, a chemical 
reducing agent can be used as a reducing agent hi one embodiment, light is used in 
combination with a reducing agent to photoactivate the noble metal nanoclusters. Preferably 
the process of preparing the encapsulated noble metal nanoclusters is performed at a 
temperature of between approximately eS^'F to approximately 100**F. More preferably, the 
temperature of the combined solution from steps a) through c) is between approximately 
68°F to approximately 80°F, and even more preferably between approximately 68*^? to 
approximately 74 ""F. 

[075] Preferably, the aqueous solution comprising a noble metal used in the 

preparation of the compounds is selected from the group consisting of AgNOa, 
HAuCU^nHiO, and CuS04*nH20. In one embodiment, the aqueous solution comprising a 
noble metal is AgNOj. In another embodiment, the aqueous solution comprising a noble 
metal is HAuCl4*nH20, Li a further embodiment, the aqueous solution comprising a noble 
metal is CuS04'nH20. 

[076] In one embodiment, the aqueous solution comprising a noble metal is 

HAuCl4»nH20, a reducing agent is added to the combined solution, and the pH adjusted, 
combined solution is mixed for at least one hour to allow the formation of the dendrimer 
encapsulated gold nanociuster. In another embodiment, the pH adjusted, combined solution 
is mixed for about 48 hours to allow the formation of a dendrimer encapsulated gold 
nanociuster. In another embodiment, encapsulated noble metal nanoclusters are created 
through photoreduction through irradiation with visible or ultraviolet liglit to allow the 
formation of a dendrimer encapsulated gold, silver or copper nanociuster. 
[077] In another embodiment, when the encapsulating material is a peptide, 

preferably the noble metal to peptide molar ratio in step a) is approximately 0,1:1. In another 
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embodiment, the noble metal to peptide molar ratio in step a) is less than approximately 
0. 1 : U and in other embodiments it is greater than 0 J : 1 , and can be 1 : 1 or greater. 
[078] In certain embodiments, the encapsulated noble metal nanocluster fluorescent 

labels is present in a biological sample. In certain preferred embodiments, the peptide which 
encapsulates the noble metal nanocluster is expressed within a cell^ also termed "genetically 
programmed/' As used herein, the term "expressed" encompasses the transcription and/or 
the translation of the peptide. In other embodiments, the peptide encapsulating the noble 
metal nanocluster is introduced into a biological sample. As used herein, a ^'biological 
sample" refers to a sample of isolated cells, tissue or fluid, including but not limited to, for 
example, plasma, serum, spinal fluid, semen, lymph fluid, the external sections of the skin, 
respiratory, intestinal, and genitourinary tracts, tears, saliva, milk, blood cells, tumors, 
organs, and also samples of in vitro cell culture constituents (including, but not limited to, 
conditioned medium resulting from the growth of cells in cell culture medium, putatively 
virally infected cells, recombinant cells, and cell components). The fluorescent labels can be 
used in a cell from any type of organism, wherein the organism is a prokaryote or a 
eukaryote. In preferred embodiment of the present invention, the organism is a eukaryote. 
Non-limiting examples of the eukaryotic cells of the present invention include ceils from 
animals, plants, fungi, protists, and other microorganisms. In certain embodiments, the cells 
are part of a multicellular organism, e,g., a plant or animal. 

1079] As discussed herein, the selection of the composition of the encapsulated 

nanocluster, as well as the size of the dendrimer or the sequence of the peptide, affects the 
characteristic spectral emission wavelength of the semiconductor nanocrystal. Thus, as one 
of ordinary skill in the art will realize, a particular composition of a nanodot as described 
herein will be selected based upon the spectral region being monitored. For example, 
nanodots that emit energy in the visible range, or in the red, blue or near^IR range can be 
designed. In one embodiment, the encapsulated noble metal nanocluster displays 
increasingly higher energy emission with decreasing nanocluster size. 
[0801 The water-soluble encapsulated noble metal nanoclusters of the present 

invention find use in a variety of assays where other, less reliable, labeling methods have 
typically been used, including, without limitation, fluorescence microscopy, histology, 
cytology, pathology, flow cytometry, FISH and other nucleic acid hybridization assays, 
signal amplification assays, DNA and protein sequencing, immunoassays such as competitive 
binding assays and ELISAs, immunohis to chemical analysis, protein and nucleic acid 
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separation, homogeneous assays-, multiplexing, high throughput screening, chromosome 
karyot>ping, and the like. The above-described encapsulated noble metal nanocluster 
fluorescent labels can be used in any reporter molecule-based assay with an acceptable 
envirorunent. 

|081] In certain preferred embodiments, the encapsulated noble metal nanocluster 

fluorescent label of the present invention is used in single or bulk molecule studies. The 
invention encompasses methods of monitoring a molecule of interest comprising: a) 
attaching a water-soluble fluorescent label comprising an encapsulated noble metal 
nanocluster to a molecule of interest, wherein the fluorescent label emits an emission 
spectrum; and b) detecting the emission spectrum of the fluorescent label As used herein, 
detecting the emission spectrum encompasses determining the optical emission properties of 
the fluorescent label. Single molecule studies can allow for the determination of aspects of 
the local environment, ranging ifrom signal strength, orientation, and Ufetime, to the emission 
spectrum of the molecule and the degree of energy transfer with neighboring molecules. 
Single molecule studies have been used to manipulate individual molecules and to measure 
the force generated by molecular motors or covalent bonds. The development of new probe 
technologies allows for real-time ob^rvations of molecular interactions and trafficking 
within living cells. These tools enable individual members of a population to be examined, 
identified, and quantitatively compared within cellular sub-populations axid substructures. 
Single molecule studies have the potential to provide spatial and temporal information that is 
impossible to obtain using other, more static techniques. Single molecule studies allow for 
measurements to be made on the in vivo dynamic movements of single molecules in 
intracellular space or to observe the behavior of single molecules over extended periods of 
time. Using single molecule methods, it should be possible to study time trajectories and 
reaction pathways of individual members in a cellular assembly without averaging across 
populations. Cellular processes, such as exocytosis, flux through channels, or the assembly 
of transcription complexes, could be visualized. Individual differences in structure or 
function generated by allelic polymorphisms should be detectable at the level of the single 
molecule. Additionally, monitoring the coordinated expression of a gene or group of genes 
in specific tissues, or at certain developmental stages, can be performed using these 
technologies. As such, the use of an encapsulated noble metal nanocluster fluorescent probe 
allows for the determination of a spectral emission that provides infommtion about a 
biological state. As used herein, the term '*biological state*' refers to making a determmation 
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of condition such as a quantit^itive and qualitative presence of a biological moiety; structure, 
composition, and conformation of a biological moiety; localization of a biological moiety in 
an environment; an interaction between biological moieties> an alteration in structure of a 
biological compound, and an alteration in a cellular process. 

[082] The methods and compositions of the present invention can further comprise 

the use of a linker molecule wherein the linker molecule is capable of attaching the 
fluorescent label comprising an encapsulated noble metal nanocluster to a molecule of 
interest. 

[083] Standard techniques for cloning, DNA isolation, amplification and 

purification, for enzymatic reactions involving DNA ligase, DNA polymerase, restriction 
endonucleases and the like, and various separation techniques are those known and 
commonly employed by those skilled in the art, A number of standard techniques are 
described in Sambrook et al, 1989 Molecular Cloning, Second Edition, Cold Spring Harbor 
Laboratory, Plainview, New York; Maniatis et al, 1982 Molecular Cloning, Cold Spring 
Harbor Laboratory, Plainview, New York; Wu (ed,) 1993 Meth, EnzymoL 218, Part I; Wu 
(ed.) 1979 Meth EnzymoL 68; Wu et al, (Eds,) 1983 Metli. EnzymoL 100 and 101; 
Grossman & Moldave (Eds.) 1980 Meth. EnzymoL 65; Miller (ed,) 1972 Experiments in 
Molecular Genetics, Cold Spring Harbor Laboratory, Cold Spring Harbor, New York; Old 
and Primrose, 1981 Principles of Gene Manipulation, University of California Press, 
Berkeley; Schleif & Wcnsink, 1982 Practical Methods in Molecular Biology; Glover (ed.) 
1985 DNA Cloning Vol. I and II, IRL Press, Oxford, UK; Hames &Higgins (eds.) 1985 
Nucleic Acid Hybridization, IRL Press, Oxford, UK; and Setlow & Hollaender 1979 Genetic 
Engineering: Principles and Methods, Vols. 1-4, Plenum Press, New York, Abbreviations 
and nomenclature, where employed, are deemed standard in the field and commonly used in 
professional journals such as those cited herein. 

[084] Throughout this application, various publications are referenced. The 

disclosures of all of these publications and those references cited within those publications in 
their entireties are hereby incoiporated by reference into this application in order to more 
fully describe flie state of the art to which this invention pertains. The following examples 
are not intended to limit the scope of the claims to the invention, but are rather intended to be 
exemplary of certain embodiments. Any variations in the exemplified methods tiiat occur to 
the skilled artisan are intended to fall within the scope of the present invention. 
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. . EXAMPLES 
Example 1 

Generation of dendrite- encapsulated silver nanoclusters 
Methods 

[085) PAMAM is known to sequester metal ions from solution (Crooks et aL, 

Accounts Chem, Res. 2001, 34:181; Ottaviani et aL, Macromoiecules 2002, 35:5105; Zheng 
et al, J, Phys. Chem. B 2002, 106:1252; Vamavski et al, J. Chem. Phys. 2001, 114:1962). 
PAMAM G4-0H and G2-0H dendrimers (4^^- and 2"^-generatioa OH-terminated 
po1y{amidoamine), respectively, Aldrich) were therefore utilized to concentrate, stabilize, 
and solubilize Ag nanoclusters in both aerated and deaerated aqueous solutions. By 
dissolving 0.5 ^mol G4-OH and 1.5 \imo\ AgNOs into I ml distilled water (18 Mfl) and 
adjusting the solution to neutrality with 160 [imol acetic acid, silver ions readily interact with the 
dendrimer. Usually used to create small nanoparticles (>3 nm diameter), literature preparations 
generally add small amounts of reducing agents such as NaBIij (Crooks et al. Accounts Chem. 
Res. 2001, 34:181; Ottaviani et al, Macromoiecules 2002, 35:5105; Zheng et aL, J. Phys. 
Chem. B 2002, 106:1252; Vamavski et ai, J, Chem. Phys. 2001, 114:1962). In order to 
create dendrimer-encapsulated nanoclusters ("nanodots"), not nanoparticles, reducing agents 
were not added to the reactions. The fluorescence of these solutions was probed by placing a 10- 
ml drop of the solution on a clean coverslip in ambient air, nitrogen, and/or evacuated (iO-5 torr) 
environments which was then irradiated with blue light (450-480 nm) iSom a bandpass-filtered 
mercury lamp through a standard epifluorescence microscope. Results were unaffected by 
degree of oxygenation or dendrimer generation. 
Results 

[086} Initially, no visible absorption or fluorescence was observed from these 

solutions, but, photoactivation was clearly demonstrated by the solution absorption spectra 
(Fig. 1 A) before and after exposure to white light. Initially only the dendrimer contributed to 
the spectrum with a single absorption at 284 imi. After photoactivation, the solution 
exhibited two new peaks at 345 nm and 430 nm due to the absorption of small, photoreduced 
silver nanodots (Aga-Agg) (Rabin et al, G. Chem. Phys. Lett. 1999, 312:394; Bonacic'- 
Koutecky et al, J* Chem. Phys. 2001, 1 15:10450). The size and geometry differences of the 
small silver nanodots simultaneously created during photoactivation yielded multicolored 
fluorescence throughout the visible region. Silver nanoclusters of this size are the only ones 
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known to have strong visible absorption and emission (Rabin et al., G, Chem. Phys. Lett. 
1999, 312:394; Bonacic'-Koutecky et al, L Chem. Phys. 2001. 115:10450; Linnert et al, J. 
Am. Chem. See. 1990, 112:4657; Mostafavi et aL, Chem. Phys. Lett. 1990, 167:193). The 
small size was confirmed by mass spectrometry of photoactivated fluorescent nanodot 
solutions (Fig. IB), Borohydride-reduced solutions yielded larger silver nanoparticles (3-7 
nm) with a characteristic strong surface ptemon absorption at 398 nm, but with essentially 
no fluorescence (Fig. 1 A). Thus, since the fluorescent silver nanodots only appeared without 
the plasmon absorption, they must be much smaller than 3 nm, and are likely smaller than 2 
nm. 

(0871 Correlating with the changes in absorption, fluorescence grew with increasing 

irradiation time as silver ions were photoreduced inside the dendrimer host. Within -6 
seconds, the field of view was filled with individual blinking fluorescent species, with little 
subsequent photoactivation (Figs. 2A-D). These very bright, stable fluorescent features were 
all highly polarized and exhibited well-defined dipole emission patterns (Fig. 2E; Bartko & 
Dickson, J. Phys. Chem. B 1999, 103:1 1237) and blinking dynamics (Lu et al. Science 1998, 
282:1877; Dickson et aL, Nature 1997, 388:355; Hu et al, J. Am. Chem. Soc. 1999, 
121:6936) characteristic of individual emitters. After completion of photoactivation in this 
silver-limited environment, the fluorescent silver - dendrimer nanodots remained very s^lc 
both in average emission intensity and in spectral characteristics. The dendrimer thereby 
stabilized the nanoclusters and enhanced their optical properties relative to those on AgO 
films (Peyser et al. Science 2001, 291:103; Peyser et al, L Phys. Chem. B 2002, 106:7725). 
Because the binding energy of small Ag nanoclusters is less than the excitation energy, the 
cage effect of the dendrimer likely acts similarly to that of rare gas matrices (Rabin et al, 
Chem. Phys. Lett. 1999, 312:394) to stabilize and enhance nanocluster fluorescence by 
preventing photodissociation. While water is known to quench Ag nanocluster fluorescence 
on AgO films (Mihal<^a et aL, J. Am, Chem. Soc. 2001, 123:7172), dendrimer*encapsulated 
silver nanodots were highly fluorescent and quite stable in water solution. Thus, the 
photochemically produced Ag nanoclusters were also protected inside the dendrim^, thereby 
preventing interaction with quenchers in solution* 

[088] Electrospray ionization mass spectrometry (ESI-MS) of the photoactivated 

nanodot solutions showed strong enrichment of dendrimer + Agn with n == 2-4 over non- 
photoactivated, and therefore non-fluorescent nanodot solutions (Fig. IB). In non-photoactivated 
nanodot solutions, the dendrimer + Ag2 and larger nanocluster peaks were unobservable, clearly 
indicating emission fi^om dendrimer-encapsulated Ag nanoclusters ranging in siz» fix)m 2 to at 
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most 8 atoms once the solutions are photoactivated (Zheng & Dickson, J, Am, Chem, Soc, 2002, 
124:13982-13983). 

[0891 Contrary to studying nanoclusters on AgO films (Peyser et al. Science 2001, 

291:103; Peyser et al, J. Phys. Chem. B 2002, 106:7725), single nanocluster spectroscopy 
was readily performed on these soluble dendrimer-encapsulated silver nanodots. While the 
bulk spectra of Agn on AgO and of the aqueous nanodot solutions (Fig- 3) was 
indistinguishable, individual Ag nanodots had much narrower and more stable emission 
spectra than either bulk nanodot samples or individual nanoclusters on AgO films (Fig. 3). 
Because nanocluster size on A^ films was continually modified with excitation, individual 
nanoclusters were observed to exhibit large spectral shifts (Peyser et al. Science 2001, 
291:103; Peyser et al, L Phys. Chem. B 2002, 106:7725). In contrast, five stable and easily 
distinguished fluorescence spectra were obtained fi:om these highly dispelled dendrimer- 
encapsulated silver nanodots (Fig. 3), suggesting that the bulk spectrum was dominated by as 
few as five nanocluster sizes. Considerably narrower than those of bulk nanodot films or 
solutions, room temperature single nanodot fluorescence spectra exhibited no obvious 
spectral diffusion. Because no additional silver could be incorporated into the nanodot and 
the dendrimer stabilize the nanodot fluorescence, single nanodot emission was quite stable 
and robust with maxima at 533 nm, 553nm, 589nm, 611nm and 648nm, although 
fluorescence intermittency was readily observed. In comparison to 11- VI nanoparticles, these 
nanodots were very photostable with -80% of individual features remaining fluorescent for 
>30 minutes of continuous 514.5 nm or 476 nm excitation at 300W/cm^. The nanodot 
photoactivation, blinking, dipole emission patterns, spectral stability, miass spectrometry, and 
fluorescence was observed only for small sized nanodots, further confirming that individual 
dendrimer- encapsulated Agn nanoclusters less than 8 atoms in size gave rise to the observed 
emission. No fluorescence was observed in similarly prepared solutions without the 
dendrimer or solutions prepared without the silver. Crucial to solubility and stabilization, the 
dendrimer enhouses and protects the nanoclusters, yielding strong emission and providing a 
silver-limited enviroimient that prevents fiirther photoreduction/ nanocluster growth, 
[090] Through these methods, very photostable, water-soluble silver nanodots have 

been successfiiUy created in dendrimers through direct photoreduction in ambient conditions. 
Such silver nanodots are quite stable and highly fluorescent both in aqueous solutions and in 
films and are readily observed on the single molecule level with weak mercury lamp 
excitation (30 W/cm^), With synthetic control of dendrimer attachment (for example, thiol- 
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reactive species can be made by coupling the dendrimer hydroxyl group to the isocyanate end 
of the bi-functional cross-linker, N-(p'maleiniidophenyl)isocyanate, leaving a thiol-reactive 
maleimide for coupUng to proteins), such simple nanomaterials are likely to find use as 
biological labels, thereby making single molecule studies much more widely accessible 
without expensive laser sources. The intense photoactivated emission and very long life 
before photobleaching makes these attractive new nanomaterials for studying chemical and 
biological systems. 

Example 2 

Characterization of individual Ag nanodois 

[091] A range of PAMAM dendrimer generations (GO-OH through G4-0H with 

diameters (MW) ranging from 1.5 nm (517g/mol) to 4.5 nm (14,215 g/mol) were used to 
yield highly fluorescent Agn nanodots. Very bright fluorescence was observed over a pH 
range of 8.0 to 3.0. These different generations of PAMAM enabled a measure of control 
over nanocli^ter distributions: nanodots created with smaller dendrimer generations 
exhibited different emission sp^tra than nanodots created vrith higher dendrimer 
generations. Not only was nanodot emission extremely stable in spectrum and intensity, but 
they also exhibited highly polarized emission with very clear and stable dipole emission 
patterns (Figure 2E). The observation of emission patterns enabled to employment of the 
three-dimensional orientational methods developed to follow orientational dynamics either in 
solution or of immobilized features, as described in Bartko, & Dickson, J. Phys. Chem. B 
1999, 103:3053-3056; Bartko & Dickson, J. Fhys. Chem. B 1999, 103:11237-11241; and 
Bartko et al, Chem. Phys. Lett 2002, 358:459-465. 

(0921 The photophysical parameten; of many of these individual Ag nanodots have 

also been characterized (Fig. 4A). While much smaller than quantum dots, the extremely 
bright nanodot fluorescence at low excitation intensities (30W/cm at 460 nm, close to the 
450-nm excitation maximum) results from the very short fluorescence lifetime. After 
deconvolution of the instrument response, individual nanodot lifetimes exhibited a primary 
sub-100 ps component (92%) as measured with time-correlate single photon counting with 
400-nm excitation from a doubled Ti:sapphire laser. The nanodots also had a slower (1 .6 ns) 
decay component. The very fast relaxation indicates a very strong connection between 
ground and excited states, thereby yielding a very strong transition moment from a very 
small (several atom) nanocluster. 
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[093] The absorption cross^section of individual nanodots was measured through 

saturation intensity measurements (Fig. 4B). These were compared with well-characterized 
single DilCig molecules that have well-known saturation intensities, lifetimes, and 
fluorescence quantum yields (Macklin et al. Science 1996, 272:255-258). These 
experiments indicate that the Ag nanodots have absorption cross sections that are -20 times 
stronger than the best organic dyes and nearly identical to the best CdSe quantum dots. 
Additionally, through comparisons of total numbers of photons absorbed by single Dil 
molecules and single nanodots, the lower estimates of the nanodot fluorescence quantum 
yields have been calculated to be at least -30%. Additionally, these Ag nanodots exhibited 
at least comparable photostability to much larger 11- VI quantum dots, with >90% of 
individual features remaining fluorescent for »30 minutes of continuous 514.5-nm 
excitation at 300W/cm^. Generally lasting for more than an hour of continuous optical 
excitation while emitting >10^ photons/sec near saturation, typical individual nanodots emit 
well over 10^ photons before photobleaching. This is two orders of magnitude more total 
photons emitted than the best available dyes emit. Consequently these nanodots offer the 
opportunity to probe both the short time and long time smgle molecule dynamics within a 
wide range of biological systems. 

[094] Thus, dendrimer-encapsulated water-soluble silver nanoclusters (Ag nanodots) 

have been created through direct photoreduction in ambient conditions. Such silver nanodots 
were quite stable in both solution and films and were readily observed on the single molecule 
level With weak mercury lamp excitation (30 W/cm^) when excited very close to the absorption 
maximum of 450 nm. With synthetic control of dendrimer attachment, such simple nanomaterials 
are very useful as biological labels, thereby making single molecule studies much more widely 
accessible without expensive laser sources. The intense photoactivated emission and very long 
life before photobleaching makes these attractive new nanomaterials for studying biological 
systems. 

Example 3 

Generation of dendrite- encapsulated gold nanoclusters 

(0951 Previous studies have yielded fluorescent, surfece passivated gold nanoclusters 

ranging in size from 28 atoms to smaller particles (<1 .2 nm) with emission in the near IR (Link et 
al, h Phys. Chem. B 2002, 106:3410-3415), red (Huang & Murray, J, Phys, Chem. B 2001, 
105:12498-12502), and blue (Wilcoxon et al, h Chem, Phys. 1998, 108:9137-9143), with 
increasingly higher energy emission with decreasing nanocluster size. Although Au nanoclusters 
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with million-fold enhanced jfluorescence quantum yields it>F, relative to that of bulk gold films 
(Mooradian, A. Phys. Rev, Lett. 1969, 22:185-187), have been created, the 10'^ to 10^ quantum 
yields and polydisperse nanopartide size distributions have precluded them from being good 
fluorophores (Link et ai, h Phys. Chem. B 2002, !06:3410"3415; Huang & Murray, L Phys. 
Chem. B 2001, 105:12498-12502), The present invention discloses water-soluble, monodisperse, 
blue-emiuing Aug nanodots that when encapsulated in and stabilized by biocompatible PAMAM 
dendrimers (TomaUa, Sci, Am. 1995, 272:62-66), exhibited a fluorescence quantum yield of 
41 ±5%, a more than 100-fold improvement over other reported gold nanoclusters (Link et aL, J. 
Phys, Chem. B 2002, 106:3410-3415; Huang & Murray, L Phys. Chem. B 2001, 105:12498- 
12502). Larger AUn nanodots have also been produced with strong luminescence throughout the 
visible region^ 

[0961 Second and fourth generation OH^terminated PAMAM (G2-0H and G4-OH. 

respectively, Aldrich) were utilized to stabilize and solubilize gold nanoclusters in both aqueous 
and methanol solutions. By dissolving 0.5 ^mol G4-0H or G2-OH and L5 ^mol HAuCU'nH20 
(Aldrich) into 2 mL of distilled water (18 MQ), gold ions were sequestered into dendrimers and 
reduced by slowly adding an equivalent of NaBH4 into the solution. Reduced gold atoms 
a^egated within the dendrimers to form small nanodots (dendrimer-encapsulated nanoclusters) 
and large nanoparticies. The solution was stirred for two days until reaction and aggregation 
processes were completed. Solutions were subsequently purified through centrifugation (13,000 
g) to remove the large gold nanoparticles (Crooks et aL, Accounts Chem. Res. 2001, 34:181-190; 
Esumi et al, Langmuir 1998, 14:3157-3159), leaving a clear, coloriess, gold nanodot solution. 
Although weak compared to the 285 nm pure dendrimer peak (see Fig, 5A), a clear absorption 
spectrum of dendrimer encapsulated gold nanoclusters was obtained by subtracting the pure 
dendrimer absorption. It can be seen from Fig. 5B that a new absorption band at 384 nm with 
bandwidth of -60 nm (FWHM) appeared in the final fluorescent Au nanodot solutions. Contrary 
to the absorption spectrum of large gold nanoparticles, no surface plasmon absorption at 520 nm 
was observed from this solution, indicating that the nanodots are smaller than -2 nm (Crooks et 
aL, Accounts Chem. Res. 2001, 34:181-190; Esumi et al, Langmuir 1998, 14:3157-3159). 
[097) Strong blue luminescence with excitation and emission maxima at 384 nm and 

450 nm, respectively, was cleariy observed from these dendrimer encapsulated gold nanodot 
solutions (Fig. 6). The fluorescence excitation maximum and bandwidth were identical to the 
nanodot absorption band in Fig, 5B. While G2-0H and G4-0H dendrimers yielded 
indistinguishable fluorescent solutions* under the same synthetic conditions, GO dendrimers 
yielded only non-fluorescent solutions with black gold solids. These heterogeneous solutions 
suggest that, unlike larger 2'''^ and 4^^ generation PAMAM, small 0^ generation dendrimers do not 
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adequately protect and stabilize gold nanoclusters. Amazingly, for 384-nm excitation* integrated 
fluorescence quantum yields for G4-0H and G2-0H encapsulated gold nanodots were 41% ± 5% 
using similarly emitting quinine sulfate as the reference. The quantum yield further increased in 
methanol to 52% 5%. The time dependence of the emission showed that there are two lifetime 
components (Fig. 7 A), which are characteristic of gold nanodot emission (Link et aL, J. Phys. 
Chem. B 2002, 106:3410-3415). The short lifetime component was 7.5 ns, which was dominant 
(93%) in the emission and likely arose from singlet transitions between low lying d orbitals and 
excited sp bands of gold nanodots. The long lifetime component (2.8 jis, 7%) may be due to a 
triplet-singlet intraband transition (Link et aL, J. Phys. Chem. B 2002, 106:3410-3415; Huang & 
Murray, J. Phys. Chem. B 2001, 105:12498-12502). 

[098] The well-defined dendrimer structure enabled analysis of encapsulated 

nanocluster sizes with electrospray ionization (ESI) mass spectrometry. As shown in Fig. 7B, 
Aug was the dominant Au-containing component in the fluorescent solutions and its abundance 
directly correlates with fluorescence intensity, independent of sample preparation. Depending on 
the reduction conditions, Au concentrations, and dendrimer generations, different Au-containing 
peaks can appear in the mass spectra. In all cases (>20 differently prepared samples), blue 
fluorescence intensity was only related to the abundance of the Aug-containing species observed 
in the mass spectra. In accord with stable nanoclusters having 8 valence electrons (one from each 
Au atom; Lin et al, Inorg. Chem. 1991, 30:91-95), this dominant nanocluster was confirmed to 
be in the overall neutral oxidation state as even 100-fold excess of highly reducing BH4' did not 
alter the nanodot fluorescence. Confirmed through expected shifts relative to the dendrimer 
parent peak upon dis^lution in D2O instead of H^O, five molecules of water were also found to 
be ^sociated with the hydrophilic FAMAM dendrimer-Au complex. While five waters appeared 
to be the favored number, smaller peaks corresponding to Au« with other numbers of water 
molecules ranging from one to six were also observed in the mass spectra of other similarly 
prepared samples. The peaks containing Aug were only observed in the fluorescent Au nanodot 
solutions and fluorescence intensities of differently prepared solutions were directly proportional 
to relative abundance of the Aug nanodot peaks alone. Additionally, Au nanodot preparations 
using both HAuCi4 and AuBrj yielded indistinguishable fluorescent solutions with identical mass 
spectra. This indicated that the highly efficient blue emission resulted from Aug nanodots. 
Different color emission can be produced by adjusting relative Au:dendrimer concentrations to 
produce larger Au nanodote. 

[099J As mentioned above, luminescence from gold nanodots is thought to arise from 

transitions between the filled d band and sp conduction bands (Link et aL, 3* Phys. Chem. B 
2002, 106:3410-3415; Huang & Murray, J, Phys. Chem. B 2001, 105:12498-12502; Mohamed et 
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aL, Chem. Phys. Lett. 2000, 3 1,7;5 17-523).. As nanocluster size decreased, the spacings between 
discrete states in each band increased, leading to a blue shift in fluorescence relative to that from 
larger nanodots. The more than 100-fold fluorescence quantum yield enhancement over that of 
differently prepared larger nanoclusters probably results from two factors. The lower density of 
states present in very small Aug nanoclusters minimizes internal non-radiative relaxation 
pathways. Additionally, the larger dendrimer cage better protects these nanoclusters/nanodots 
from quenchers in solution- This latter interpretation is suggested by the 0^^ generation 
dendrimer being unable to stabilize fluorescent Au nanodots. Additionally, in the purified 
solutions there are no large gold nanoparticles to quench the nanodot fluorescence (Dulkeith et 
ai, Phys, Rev, Lett. 2002, 89, art. no,-203002; Huang & Murray, Langmuir 2002, 18:7077- 
7081). 

[0100] In conclusion, monodisperse Aug nanodots were synthesized and stabilized in 

dendrimer PAMAM aqueous solution, Aug nanodots show strong size specific emission, and its 
quantum yield was measured to be -41% in aqueous solution. Practical applications of gold 
nanodots as a novel fluorophore become possible due to more than 100-fold enhancement in 
quantum yield. 

Example 4 

Generation of dendrite-encapsulated copper nanoclusters 

[0101] Second and fourth generation OH-terminat^ PAMAM (G2-OH and G4-OH, 

respectively, Aldrich) were utilized to stabilize and solubilize copper nanoclusters in both 
aqueous and methanol solutions* By dissolving 0.5 ^mol G4-0H or G2-OH and 1.5 timol copper 
sulfete into 2 mL of distilled water (18 MQ), copper ions were sequestered into dendrimers and 
reduced by slowly adding an equivalent of NaBHU into the solution. Reduced copper atoms 
aggregated within the dendrimers to form small nanodots (dendrimer-encapsulated nanoclusters) 
and nanoparticles, leaving a clear, yellow, copper nanodot solution. 

[0102] Strong blue luminescence with excitation and emission maxima at 392 nm and 

470 nm^ respectively, was clearly observed from these dendrimer encapsulated copper nanodot 
solutions (Fig. 8). The experiments are repeated with dififerent generations of PAMAM 
dendrimers, and the emission and excitation spectra determined. The quantum yields are 
determined for the different generation dendrimer encapsulated copper nanoclusters* The 
dendrimer structure allows analysis of the encapsulated nanocluster sizes with electrospray 
ionization (ESI) mass spectrometry. Depending on the reduction conditions, copper 
concentrations, and dendrimer generations^ different copper*containing peaks appear in the mass 
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Spectra. Further characterization of the dendrimer encapsulated copper nanoclusters is performed 
as described in Examples 5-6 for dendrimer encapsulated silver nanodots. 

Example 5 

Optimizing and controlling the generation of water-soluble, photoactivated, fluorescent Ag 
nanodots. 

[01 03 J While dendrimers and chemical reducing agents are conunonly employed for 

synthesis of large metal and semiconducting nanoparticks, much smaller Ag nanodots are readily 
synthesized simply by adding a 0,5 mM aqueous AgNOs solution to that of the desured PAMAM 
dendrimer in the proper molar ratios and adjusting to neutral pH. Generally, no chemical 
reductants are added, but similar results can be achieved by slowly adding small amounts of 
NaBPLt to cifuumvent photoactivation. hi solutions without any added chemical reductants, no 
visible absoq3tion and no fluore^ence is ol^erved in these mixtures as long as they are kept in 
the dark. However, after photoactivation of the entire solution with an unfiltered lOOW Hg lamp 
for 5 minutes, both visible absorption near 450 ran and strong fluorescence appeared. Much 
faster photoactivation occurred within small volumes when the solutions were irradiated with 
higher intensity through the microscope. 

[0104] While this nanodot synthetic process works very well, it produces a wide 

distribution of nanodots with fluorescence throughout the visible spectrunt In order to narrow 
the distribution of synthesized nanodots, spectral properties must be correlated with creation 
conditions. Certain imnocluster sizes are likely to be created preferentially under specific 
excitation and concentration conditions. For example, it was noted that total fluorescence 
intensity and overall emission color are strong ftinctions of the dendrimer generation used: 0* 
generation dendrimers formed primarily yellow and green highly fluorescent nanodots at low 
Ag:dendrimer ratios of 0.3:1, while 4^^ generation PAMAM required a much higher 
Ag:dendrimer ratio of 3:1 and produced nanodots of all colors. The reaction conditions are 
optimized by adjusting both Ag:dendrimer ratios and total concentrations in the reactions with 0^ 
through 4* or higher generation dendrimers. Working at ratios that only begin to produce 
fluorescence in each dendrimer generation, the concentration of the smallest emitting 
nanoclusters will preferentially be enhanced. Aliquots from each solution arc irradiated with 
different wavelength ranges for differing amounts of time. These solutions are compared with 
those obtained through sub-stoichiometrically added NaBH4 solutions to compare chemical and 
photoreduction processes. An aliquot of eaujh sample solution is assayed by mass spectrometry 
using electrospray ionization and compared with the signal from a non-photoactivated solution. 
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Parallel analyses with fluorescence 'microscopy and ESI-MS identify the spectral signatures of 
the smallest nanoclusters* 

[0105] This set of experiments will help elucidate the distribution of Ag nanocluster 

sizes within the nanodot samples. Because the nanodots contain only a few atoms, nanodot 
sizes will likely at least loosely follow Poisson statistics (statistics of small numbers) giving 
predictable populations of silver atoms per dendrimer. Poisson statistics, however, assume 
that no other interactions are present to further bias the counting statistics. Because different 
nanoclusters will be more or less stable under different conditions, timing nanodot creation 
conditioiK will yield a modified Poisson distribution, making experimental verification of 
relative populations critical to identifying the properties of each size nanodot. Adjusting the 
concentrations should alter the relative populations tempered by the extent of reaction at a 
given concentration. The offset from Poisson statistics will be a direct measure of the 
relative equilibrium concentrations and any preferential stabilization of specific nanocluster 
sizes. Thus, changing concentrations of Ag for a given amount of dendrimer and assaying 
the mixtures both before and after photoactivation by mass spectrometry and fluorescence 
microscopy will yield detailed information on the equilibrium constants governing nanodot 
formation. These experiments will determine the necessary Ag concentrations to 
preferentially produce the desired silver nanocluster size within the nanodots and the 
equilibrium constants for each PAMAM generation. 

[0106] Additionally, the numbers of nanodots of a given color will be counted in the 

fluorescence microscope field of view using a color CCD camera and fluorescence 
spectrometer. Image simulation, fitting, and processing software has been written in IDL 
(Interactive Data Language, Research Systems, Inc.), an open shell programming 
environment that is ideal for unage and mathematical processing. While measuring single 
molecule fluorescence spectra can be a tedious method of doing this, a representative sample 
of individual nanodots is probed with the spectrometer to determine the number of differently 
emitting particles present in a given sample. Once spectral purity and narrowness of 
individual nanodot emission is confirmed, individual features is counted with a color CCD 
camera, A single-chip CCD with a standard mosaic filter to produce color images uses 4 
pixels (one detecting red, one for blue, and two for green) to generate one composite color 
pixel. Small, diffraction limited features do not cover enough pixels to yield an accurate 
color on single chip color CCDs, When detected by such a camera, any small change in 
sample position will actually be registered as a color change in the emission due to detection 



37 



wo 2004/003558 



PCT/US2003/020567 



by different numbers of red, blue and green pixels. Because of the small size of each featui^, 
a 3 'Chip CCD will give accurate color infonnation. Using a three^hip CCD, the emission 
color of each particle will be identified and user-written particle counting software will be 
employed to automatically count the numbers of each color nanodot. The distribution of 
fluorescent colors from individual nanodots will be directly correlated with the mass 
spectrum of each photoactivated or chemically reduced solution to assign the colors to 
specific nanocluster sizes within each type of nanodot solution. The spectrometer will 
characterize the spectral width of nanodot emission while the CCD only gives overall color, 
but with higher sensitivity and time r^olutioru Thus, the combination is important for 
accurately characterizing the individual nanodots and their distribution resulting from a given 
set of creation conditions. 

Example 6 

Optimizing the synthesis of specific Ag nanodot sizes 

10107] The known pH sensitivity of PAMAM dendrimers and Ag ions and atoms is 

used to OTntrol Ag naiocluster size and therefore control spectral properties, PAMAM is 
well-known to increase in size with decreasing pH (Kleinman et aL,3, Phys. Chem. B 2000, 
104:11472-11479; Lee et ai, Macromolecules 2002 35:4510-4520; and Bosman et al, 
Chem. Rev, 1999 99:1665-1688). This size change makes the dendrimer exterior 
significantly more permeable and creates larger cavities to accommodate nanoclusters or 
even nanoparticles in their interiors. At high pH, the dendrimer is quite compact, thereby 
preventing ions from reaching the dendrimer core. This size behavior nicely complemente 
the preference of silver for more basic environments. As a result, Ag ions and metal 
nanoclusters interact strongly with the basic amines on the dendrimer interior. As the pH 
decreases, the partitioning of Ag to the dendrimer interior should increase significantly. The 
increased dendrimer permeability and preference of Ag to interact with the dendrimer interior 
at acidic pH both suggest that larger nanoclusters should be more readily formed at low pH, 
Since pH has a more significant effect on higher dendrimer generations, the pH studies will 
be performed with 4*^ generation G4-OH and G4-NH2 PAMAM dendrimers. This scheme is 
used to preferentially shift nanodot si2^ distributions to larger and smaller sizes. As a 
function of pH, bulk absorption and emission spectra are measured, and individual nanodots 
of a given color as described above are counted. Nanodot distribution is assayed as a 
fianction of botli dendrimer generation and pH in order to gain control over nanodot spectral 
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properties. Once the nanodots are created, pH will be returned to pH7 to assay stability of 
formed nanodots within the PAMAM host. ESI-MS is performed on all such solutions to 
directly correlate changes in optical properties with changes in Ag nanooluster sizes within 
the nanodot samples. Together, these methods will enable determination of the spectral 
properties associated with specific Ag nanocluster sizes within the PAMAM dendrimers, 
Photophvsical characterization of dendrimer-encapsulated nanodots. 
[0108] Bulk lifetime measurements are perfonned on the nanodots in the time 

domain utilizing a frequency doubled titanium sapphire laser for excitation at 400 nm 
C82MH2 repetition rate, 200 fs pulse width), a 10 GHz Si photodiode, and a 20 GSample/sec 
digital oscilloscope. In repetitive mode, this combination can sample points with 50 ps time 
resolution. This fast detection system is sensitive enou^ to work for bulk samples through 
the optical microscope, but, for individual nanodots, a time correlated single photon counting 
board (Picoquant) and relatively slow, but very sensitive avalanche photodiodes are used, 
which together are limited by APD jitter to lifetimes of -300 ps. With deconvolution of 
instrument response, the primary fluorescence lifetime component of the Ag nanodots was 
determined to be -100 ps. Thus, the faster detection system is employed for facile 
measurement of sub-100 ps lifetimes on the relatively bright emission from groups of Ag 
nanodots. If multiple Ufetimes are present, deconvoluting the different time components is 
quite straightforward with time-domain methods. 

[0109] Absorption cross section measurements are made through comparison with 

single DilCis molecules, a dye with a very well-characterized absorption cross section and 
one that has been worked with on the single molecule level (Bartko> & Dickson, J. Phys. 
Chem. B 1999, 103:3053^3056; Bartko & Dickson, J. Phys. Chem, B 1999, 103:11237^ 
11241; and Bartko et al, Chem. Phys, Lett. 2002, 358:459-465). Confirming single 
molecule behavior through identifying bhnking species and those simultaneously exhibiting 
dipole emission patterns allows for the circumvention of not knowing the exact concentration 
within a given sample, and simply measuring the strength of absolution relative to a single 
molecule of known absorption cross section and comparing the saturation intensities* Using 
the combination of individual nanodot spectra, their distributions within a given nanodot 
solution, and their corresponding absorption cross sections, the concentrations of each 
nanodot species is determined within a given sample. This will be useful in detennining the 
optical density of a given color nanodot within a given solution and by using the initial 
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concentrations of dendrimer and silver, the equilibrium constants for nanodot formation are 
determined. 

[0110] Using the measured concentrations of each size nanodot and its contribution 

to the totai solution absorption, the optical density of a given nanodot type is determined. 
Through comparisons with methanolic rhodamine 6G solutions, nanodot solutions of the 
same optical density are prepared. Fluorescence quantum yiel<fe are measured through 
exciting at a wavelength with nanodot optical density identical to that of one of the standard 
rhodamine solutions. The ratio of rhodamme fluorescence intensity to that of the desired 
nanocluster when looking within its characteristic spectral window (after accounting for the 
much smaller, but measured contributions from the other nanoclusters in solution) will 
directly yield the quantum yield of each nanodot. This ratiometric method enables accurate 
quantum yield measurements without having to know the absolute nanodot concentration 
because the number of photons absorbed is the same for both the rhodanune 6G reference 
and the nanodot being probed. Together, the mass spectrometry and photophysical 
characterizations of both bulk and single molecule samples will definitively determine the 
sizes and photophysical signatures of each color of nanodote. This information will also lead 
to improved synthetic methodologies for preferentially enriching one nanodot size over 
others. 

Fluorescence stability 

[0111] Largely unaffected by environmental interactions, the dendrimer-stabilized 

emission is further explored to yield quantitatively similar emission for a given nanodot in a 
wide variety of different environs. Such environmental insensitivity is in stark contrast to 
that of II- VI (e.g. CdSe) quantum dots in which surface passivation is crucial to overall 
photophysical properties due to the presence of trap states on the surface (Bruchez et aly 
Science 1998, 281:2013-2016; Chan & Nie, Science 1998 281:2016-2018; Niimal et al. 
Nature 1996 383:802-804; Huynh et ai. Adv. Mater. 1999 11:923; Alivisatos, Endeavour 
1997, ZhSe-eO; KUmov et al, Phys, Rev. B 2000, 61:R13349-R13352). The dendrimer- 
encapsulated nanodots appear to circumvent such difficulties by having the chromophore 
ensconced within the water-soluble dendrimer core. The blinking (fluorescence 
intermittency) is probed as a function of ionic strength and pH. Commonly used buffers such 
as phosphate buffers and sodium acetate/acetic acid are used to simultaneously control pH 
while adjusting ionic strength. Quenchers ranging from acrylamide to dyes with different 
absorptions are added to each nanodot solution to assay for energy transfer from the Ag 
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naaodot. Stem-Volmer quenching studies are performed to determine the extent of 
quenching and, therefore, the influence of the dendrimer on the nanocluster stabilization and 
isolation from the environment. The fast Hfetimes, however, suggest that these nanodots will 
be largely insensitive to quenching. In addition to blinking and total emission intensity, the 
fluorescence hfetime and spectra will also be measured to assay whether any changes occur 
due to environmental interactions. With their very strong transitions and short lifetimes, 
however, they are likely to make excellent acceptors in FRET donor-accqptor pairs. Both 
bulk and single molecule experiments decipher if any change in photophysical dynamics 
results from altered blinking dynamics or an average overall reduction in fluorescence 
efficiency. The host density and size of the dendrimers is also adjusted. Ag nanodot 
blinking dynamics and photophysical parameters in 0^ through 4'^ generation PAMAM 
dendrimers are probed to directly determine the protection afforded by successively larger 
and higher density dendrimer hosts. These studies will directly assay the extent of 
penetration of solvent and quenchers into the dendrimer core, 
Qrientational Dynamics 

I0I12] The orientational dynamics of linearly polarized individual surface bound 

nanodots are investigated for two reasons: geometry changes of small Ag nanoclusters are 
thought to result in very different absorption and emission wavelengths (Harbich et aL, h 
Chem. Phys. 1990, 93:8535-8543; Fedrigo etaL, J- Chem. Phys. 1993, 99:5712-5717; Rabin 
et aL, Chem. Phys. Lett, 2000, 320:59-64) and the orientational information may be very 
useful in biological labeling experiments, whether used for energy transfer measurements or 
following the orientational motion of individual proteins. This is in contrast to the much 
larger CdSe quantum dots, which are not linearly polarized, but instead emit in all directions, 
being characterized by a unique "dark" axis (Empedocles et aL, Nature 1999, 399:126-130), 
Thus, correlating orientational dynamics of the nanocluster with any observed spectral 
changes will be very important to understanding if geometry changes also give rise to 
differently colored Ag nanodots. These experiments will also be performed with the 3-chip 
color CCD to obtain color emission patterns. In order to confirm that the spectrum is indeed 
narrow single nanodot fluorescence spectra will be taken through the microscope coupled 
spectrograph using a 150 l/mm diffraction grating. The orientational trajectories are fit to the 
models of dipolar emission at an interface (Bartko et aL, J, Phys. Chem, B 1999,103:3053- 
3056; Bartko & Dickson, J, Phys. Chem. B 1999, 103:11237-11241; Hollars & Dunn, J, 
Chem. Phys. 2000, 112:7822-7830; Hellen & AxelnxJ, J, Opt. Soc. Am. B-Opt Phys. 1987, 
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4:337-350) as viewed through an^ optical microscope to follow true 3-D nanocluster 
orientational dynamics resulting from any nanocluster mobility within the dendrimer hosts. 

Example 7 

Peptide encapsulation of silver nanodots 

[0113] Attempting to utilize the vast diversity inherent in biological systems (Whaley 

et ai. Nature 2000, 405:665-668; Lee et aL, Science 2002, 296, 892-5; and Seeman & 
Belcher, 2002 Proc. Nat. Acad. Sci., USA, 99 Suppl 2:6451-5), it was demonstrated that a 
short 9-amino acid peptide can stabilize Agn nanocluster fluorescence. A short peptide 
having the sequence AHHAHHAAD (SEQ E) N0:1) was recently reported to interact with 
large metal and semiconductor nanoparticles upon NaBH4 reduction (Djalali ei al^ J- Am. 
Chem. Soa 2002 124:13660-13661; Slocik et aL, Nano Lett. 2002 2:169-173). Using the 
gentle photoactivation procedures described herein, very highly fluorescent peptide- 
encapsulated nanodots at Ag:peptide molar ratios of 0.1:1 were produced without chemical 
reducing agents. These ratios yielded many more fluorescent species than do the higher 
ratios necessary for nanodot production within other scaffolds. At equivalent scaffold 
concentrations, 3:1 Ag:dendrimer ratios are necessary for dendrimer encapsulation, and much 
larger ratios (with higher Ag concentrations) are necessary to produce fluorescence from 
BSA (bovine serum albumin), both results strongly suggestive that the peptide preferentially 
binds the nanoclusters. Such preUminary results indicate that non-specific labeling should 
not be problematic due to the extremely strong peptide-silver interaction, even for this 
unoptimized peptide. Additionally, using this peptide, fluorescence images are devoid of 
nearly all red and orange emitters, indicating a narrower fluorescence distribution than those 
nanodots stabilized by the larger dendrimers. Thus, the stronger and more specific binding of 
even this first attempt at peptide encapsulation preferentially creates shorter wavelength- 
emitting (and presumably smaller) Ag nanoclusters within the peptide scaffold with a 
narrower size distribution. This result strongly bolsters the hypotheses that highly selective 
nanodot-binding peptides can be identified through the proposed screening methods, and that 
different peptides are likely to stabilize nanodots of different sizes/colors. 
[01141 Extremely small, highly fluorescent and incredibly photostable, water-soluble 

Ag nanodots were produced consisting of only a few atoms encapsulated by both PAMAM 
dendrimers and short peptides. The extremely advantageous optical properties have yielded 
incredibly photostable and strongly absorbing and emitting species with size-dependent 
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emission throughout the visible region. .One can utilize single molecule microscopies and 
water-soluble noble metal nanoclusters to create and characterize even more powerful 
labeling methods and materials. These specific, multicolored labels enable single molecule 
experiments with high sensitivity, greatly enhanced ease, and experimental simplicity. New 
fluorescent probe developmente of this type are crucial to the general applicability and utility 
of single molecule methods in unraveling the complexities of biological systems. 

Example 8 

Identification of optimal peptides for encapsulation of silver nanodots 
[0115} Because Ag is biocompatible and can be non-toxic, it provides unique 

opportunities for simultaneously developing the smallest and bri^test possible in vivo 
fluorescent biolabels. These same methods can be appUed to gold and copper nanodot 
formation within peptide scaffolds. Dendrimer-encapsulated nanodots can already be 
employed as small, extremely bright biocompatible labels. Although much smaller than 
GFP, the 3.272 kD 2'''^ generation PAMAM dendrimer is still larger than most organic dyes. 
To further explore the potential of using Ag nanodots as biological labels, specific peptide 
sequences are identified that can specifically bind to differently sized metal nanoclusters and 
their true prospects for specific multicolor labeling of biomolecules are assessed. By creating 
and searching peptide libraries for Ag nanodot fluorescence, the most tightly binding 
sequences are identified. Nanodots formed within these sequences are assayed for stability, 
photoactivation, and photophysical properties. The relative stability will also be assessed 
relative to the dendrimer hosts. In this manner, transfer of the nanocluster is investigated 
between the dendrimer and the peptides. 
Experimental approach 

[0116] Many protein-ligand interaction studies make use of the phage display 

technique for identifying peptides that bind to other molecules (Wolcke & Weinhold, 
Nucleosides Nucleotides Nucleic Acids 2001, 20:1239-^41; Krook et al, Biochem Biophys 
Res Commun 1994, 204:849-54; Nicholls et al, J. Molecular Recognition 1996, 9:652-7 
(1996); Stem & Gershoni, Methods MoL Biol. 1998, 87, 137-54). Although a powerful 
approach, phage display requires one of the interaction components to be immobilized on 
solid surfaces. Application of phage-based peptide libr^ screening has also recently been 
demonstrated in the synthesis and stabilization of unique inorganic materials (Whaley et aL, 
Nature 2000, 405:665-668; Lee et ai. Science 2002, 296:892-895; Seeman & Belcher, Proc. 
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Natl. Acad. Sci. USA 2002, 99:645^6455). Because the target peptides will stabilize strong 
Ag nanociuster fluorescence in solution, Agn-bindmg peptides are identified with an £ coli 
based system (FliTrx random peptide display library, Invitrogen) coupled with fluorescence- 
activated cell sorting (FACS). The combination of the two techniques will allow a solution 
based screening strategy. The FliTrx peptide library displays peptides on the surface of E, 
coli using the major bacterial flagellar protein (FliC) and thioredoxin (TrxA), The 
commercially available FliTrx library is composed of a diverse set of random dodecapeptides 
inserted into the active site loop of thioredoxin, which is itself inserted into the dispensable 
region of the flagellin. The random dodecapeptides are constrained by a disulfide bond 
formed within TrxA. Adding tryptophan to the culture can induce the expression of peptide 
protein fusion, and this will ensure that all peptide fusions are displayed at the same time. 
When induced, the fiision protein is exported and assembled into flagella on the bacterial cell 
surface, allowing display of the constrained peptide. As these peptides are produced on the 
outside of the E. coli cell in high copy numbers, it is these peptides that will be assayed for 
stabilization of Ag nanodot fluorescence. The population of bacteria is then sorted according 
to the fluorescence properties with flow cytometry to isolate those bacteria emitting 
fluorescence. 

Optimization of Ag^ nanodot production on displayed Fli Trx peptides 

[01171 Optimal photoreduction conditions for peptide encapsulated nanodot 

formation on the bacterial surface are determined through optical microscopy using the 
previously identified Ag^ (see Example 7), An oligonucleotide encoding the nonopeptide 
sequence and flanking BglR and EcoRY recognition sequences is synthesized (Operon Co.) 
and cloned into the multicloning sites of the pFliTrx vector oblained from Invitrogen Co, 
This construct will insert the peptide into the nonessential region of flagellin as described 
above. The plasmid is isolated and transformed into the host strain GI826 (Invitrogen) 
resulting in the display of the peptide on the surface of E. colL This strain is then used to 
identify photoactivation and chemical reduction conditions suitable for creating fluorescent 
peptide-encapsulated Ag nanodots when screening the FUTrx Ubraries with FACS. Cell 
viability is assessed when illuminated with blue Ught and when exposed to BH4" reduction as 
well as the efficiency of generating Ag nanodots. Initially, the total fluorescence from 
individual bacteria will be measured as a function of photoreduction time for many different 
Ag^ concentrations through optical microscopy. This procedure is quite straightforward and 
consists of photochemically reducing Ag ions with electron donors in solution (Tani & 
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Murofushi, J. Imag. Sci. Techiiol l994, 98:1-9; Stellacci et al, Adv, Mater. 2002, 14:194; 
Eachus et al, Annu. Rev, Phys. Chem. 1999, 50:117-144). This procedure works well due to 
the advantageous energy levels of Ag relative to those of electronically excited molecules 
(Tani & Murofushi, J, Imag. Sci. Technol, 1994, 98:1-9; Marchetti et al, J. Phys. Chem. B 
1998, 102:5287-5297; Stellacci et aL, Adv. Mater. 2002, 14:194; Eachus et aL Aimu- Rev. 
Phys. Chem, 1999, 50:117''144). Photoreduction provides the opportunity to control the 
nanocluster size and color due to the different reduction potentials for Ag nanoclusters 
composed of only a few atoms (i.e. Agi-g). Alternatively, chemical reduction can be 
employed by slowly adding up to an equivalent of NaBH4 or other reducing agents, thereby 
also yielding fluorescent nanodots. The conditions producing the most highly fluorescent Ag 
nanodot labeled E. coli cells will be the initial conditions for all library searching studies. 
Using the strong fluorescence producing conditions identified, the fluorescent bacterial 
culture will be washed and subsequently suspended in phosphate buffer for FACS analysis. 
This washed suspension of E. coli will also be re-assayed for total fluorescence on the 
microscope stage to assess the stability of fluorescence residing on the bacterial surface 
during the process of sample preparation. 

Identification of specific Ag nanodot binding sequence through random p eptide display libraries 
1011 8] A conmiercial display hbrary (Invitrogen) will initially be used that contains a 

diversity of 1.8x10^ to identify peptide sequences that interact specifically with Ag 
nanoclustei^. Prepared libraries will be separated into 50 vials and frozen for individual 
analysis and optimization of Ag nanodot binding conditions as determined by total 
fluorescence. Each vial will contain most of the peptide library and will be assayed for 
optima! Agn binding conditions through a low magnification objective on the optical 
microscope stage. First, the library culture will be grown in the presence of tryptophan for 6 
hours to induce the expression of fusion flagellins. The culture will be washed with 
phosphate buffer and then incubated with silver nitrate to form Ag nanodots by 
photoreduction, 

[0119] Flow cytometry is capable of correlating cell/particle size with fluorescence, 

A dot plot of FSC (forward scatter, to define relative size) and SSC (side-scatter, to define 
relative granularity) will be generated (CellQuest program) to define a gate that specifies the 
bacterial population for sorting using FACS. The bacteria will be sorted according to the 
overall fluorescence intensity distribution. Three fluorescence detecting channels are 
available: FLl, 530 rmi with a 30 nm width, FL2, 585 nm with a 42 nm width, and FL3, 650 



45 



wo 2004/003558 



PCTAJS2003/020567 



nm and above^ each or combinatioas^ of which can be utilized for cell sorting. It is expected 
the majority of the bacteria with Ag nanocluster non-binding peptides will have minimal 
fluorescence and only those with significant fluorescence will be recovered. However, the 
intensity of fluorescence in each channel will be used in conjunction with the forward scatter 
to identify highly fluorescent cells resulting from Agn binding and stabilization. The 
collected bacteria will be plated out on ampicillin selection agar plates to isolate single 
colonies. Each single colony will be saved and tested again with flow cytometry and optical 
microscopy to confirm the associated fluorescence phenotype. Once the intensity of 
fluorescence is detennined, plasmid DNA will be isolated from those bacteria with bright 
nanodot fluorescence and the peptide sequence determined by direct sequencing analysis. 
Alignment of sequences from the positive clones may generate a contiguous consensus 
peptide sequence; alternatively, a structural motif formed by discontinuous conserved 
residues may be recognized- The defined sequences will be synthesized by solid phase 
peptide synthesis, and its binding properties to the Ag nanodots characterized using 
fluorescence microscopy, photophysical characterizations and mass spectrometry, similar to 
the studies discussed above. 

Creating user-defined libraries into FliXnc peptide displav svstem 

[0120] An alternative to the use of a commercial library screen, flagcUin display 

libraries can be generated with different peptide lengths using the pFliTrx vector. 
Degenerate oligonucleotides of 15 bp (5 a.a.), 27 bp (9 a-a-), 45 bp (15 a.aO, and 60 bp (20 
a.a.) flanked by Bglll and EcoKV restriction recognition sequences will be synthesized 
(Operon Co,)- The mixtures of oligonucleotides will be digested with these two enzyme and 
cloned into the pFliTrx vector, which has been cut with the same enzymes. The plasmid 
isolated from the collection of clones will then be transformed into the test stmin GI826, and 
the screening procedures repeated as described above. 

[0121] This method utilizes the natural diversity of the amino acids to select for 

specific Ag nanocluster binding to form a biocompatible, highly fluorescent nanodot. In 
many ways this is similar to the common method of genetically attaching a (His)6-tag on the 
or C- terminus of a protein of interest to be purified through specific interaction with Ni. 
Analogously, the identified Agn-binding peptides defined in this study will specifically and 
selectively bind Ag nanoclusters, thereby enhancing their fluorescence. Additionally* the 
multiple fluorescence detection channels in FACS will also enable identification of a suite of 
peptides that preferentially stabilize different size, and therefore color, nanodots. 
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Characterization of Ag^ nanocluster-bindiag peptides 

[0122J Once optimal peptide lengths and sequences are routinely identified and 

synthesized, environmental stabilities and photophysical properties of the fluorescent 
nanoclusters are directly assayed as described for the dendrimer-encapsulated nanodots 
above. While it is likely that specific sequence will preferentially stabilize specific 
nanocluster sizes with much narrower emission than possible in PAMAM dendrimer hosts, 
the same particle counting methods to identify the numbers of each type of nanocluster 
encapsulated within flavor of peptide will be characterized. In fact, even in the 
preliminary peptide used that enables and stabilizes Ag nanodot fluorescence, a narrowing of 
the nanodot size distribution is seen relative to that upon dendrimer encapsulation. Bo^ause 
of the affinity of Agn for more basic residues, larger rmnoclusters will likely be preferentially 
stabilized by more basic sequences. This is likely to impart size and therefore nanodot 
selectivity in peptide- Ag binding interactions. Consequently, this genetic selection of Ag 
nanodot binding peptides is likely to result in a variety of peptides, each of which stabihze 
different nanoclusters. This will result in a range of different programmable labels with 
different optical properties, each of which can be used as an independent single biomolecule 
label Mass spectrometry (ESI and MALDI) will be performed on all peptides that are 
synthesized and subsequently tested for Agn nanodot binding in order to determine the 
nanocluster size distribution within each identified Agn-bindmg peptide and its correlation 
with the number of emitters of a given color. This correlated single nanodot fluorescence 
microscopy, bulk absorption and emission, and mass spectrometry analysis for differing 
peptide and silver ion concentrations will directly characterize the binding constants for each 
peptide identified through FACS Ubrary screening. 

Example 9 

Transfer o/Ag nanoclusters between dendrimers and peptides 

10123] Because silver salts generally have very limited solubility in water, AgCl will 

likely precipitate out of a biologically relevant solution due to its very small solubiUty 
product and the large amount of chloride ions present in biological media. This presents a 
potential problem for delivering Agn nanoclusters to the peptides defined in the studies 
proposed above» and may limit the direct delivery of highly fluorescent Ag nanoclusters. 
However, Ag nanoclusters were found to be very stable when encapsulated in the dendrimer 
hosts and retain their very bright fluorescence at physiological NaCl concentrations. Even 
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the small 2^^ generation PAMAM dendrimer effectively shields the Ag nanoclusters from 
AgCl precipitation, hi addition, dendrimers are well known to readily transport material 
contained within their interior across biological membranes (Toth et al, STP Pharma Sci. 
1999^ 9:93-99; Bieiinska et ai, Biomaterials 2000, 21:877-887; Luo et al, Macromolecules 
2002, 35:3456-3462; Yoo et al, Pharra. Res. 1999. 16,:1799-1804; Wiwattanapatapee et ai, 
Pharm. Res. 2000, 17:991-998; Esfand, & Tomalia, Drug Discov. Today 2001, 6:427-436), a 
valuable property in developing in vivo labeling experiments. As a result, the small PAMAM 
dendrimers are investigated as vehicles to transfer the Ag nanoclusters directly to the 
identified peptides that strongly bind Ag nanoclusters, Ag nanodot transfer is investigated 
with the same screening methods as peptide identification and selection. Instead of 
optimizing silver ion concentrations for effective labeling of peptides within the FliTrx 
libraries, the dendrimer-encapsulated nanodot concentrations is adjusted while viewing 
solutions on the microscope stage (with a lOx objective) to monitor nanodot exchange. Once 
conditions that label the £. coU cells are identified, peptide libraries are specifically screened 
for those cells containing peptides capable of acquiring the nanodots from the dendrimers. 
Because flow cytometry can select cells based on scatter and fluorescence, the very small 
dendrimers are undetectable in both channels. Only the cells are sufficiently large to scatter 
enough Ught to initiate collection, thereby avoiding false positives due to dendrimer- 
encapsulated nanodot fluorescence. Additionally, each bacterium within the FliTrx library 
has thousands of peptide copies, thus providing the potential for much stronger fluorescence 
signals. Only those cells exhibiting strong fluorescence and scattered light are collected, 
grown with ampicillin selection, and sequenced. Such dendrimer to peptide library nanodot 
transfer is likely to be favored for lower generation PAMAM dendrimers under specific 
environmental conditions, such as specific pH*s at which the dendrimer-encapsulated 
nanodots can more easily escape. The most pH-stable peptide-encapsulated nanodots are 
therefore likely to be of great utility in future labeling experiments. This additional screening 
method will fiirther select for peptides that will preferentially extract Ag nanoclusters from 
the dendrimer, opening possibilities for facile labeling of proteins both in vitro and in vivo. 
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.CLAMS 

WE CLAIM: 

L A composition comprising a water-soluble fluorescent label comprising m 
encapsulated noble metal nanocluster, 

2. The composition of Claim 1 , wherein the noble metal nanocluster comprises between 
2 and 8 noble metal atoms. 

3 . The composition of Claim 1 , wherein the noble metal is gold. 

4. The composition of Claim 1 , wherein the noble metal is silver. 

5. The composition of Claim 1, wherein the noble metal is copper. 

6. The composition of Claim 1, wherein the encapsulated noble metal nanocluster has a 
fluorescence quantum yield of greater than approximately 1% and has a saturation 
intensity ranging from approximately 1 to 1000 W/cm 

7. The composition of Claim 6, wherein the low excitation intensity is approximately 30 
W/cm^ at approximately 460 nm. 

8. The composition of Claim I, wherein the fluorescent label exhibits a polarized 
spectral emission and exhibits a dipoie emission pattern, 

9. The composition of Claim 1, wherein the fluorescent label has a spectral emission 
that provides information about a biological state. 

10. The composition of Claim 9, wherein the biological state is selected fix>m the group 
consisting of a quantitative and qualitative presence of a biological moiety; structure, 
composition, and conformation of a biological moiety; localization of a biological 
moiety in an environment; an interaction between biological moieties, an alteration in 
structure of a biological compound, and an alteration in a cellular process. 
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11. The composition of Claim 1, wherein the noble metal nanocluster has a varying 
charge. 

12. The composition of Claim 1, wherein when the fluorescent label is excited, it 
fluoresces over a pH range of approximately 3 to approxunataly 8, 

13. The composition of Claim 1, wherein the size of the fluorescent label is from 
approximately less than 1 nm to 15 nm in diameter. 

14. The composition of Claim 1, wherein the noble metal nanocluster emits greater than 
approximately 10® photons before photobleaching. 

15. The composition of Claim 1, wherein when the composition comprising more than 
one noble metal nanocluster is excited, greater than approximately 80% of the noble 
metal nanoclusters fluoresce for greater than approximately 30 minutes. 

16. The composition of Claim 15, wherein the noble metal nanoclusters fluoresce at a 
continuous excitation energy of approximately 300 W/cm at 514.5 nm or 476 nm, 
and wherein the fluorescence is a saturated fluorescence. 

17. The composition of Claim 1, wherein the noble metal nanocluster is encapsulated in a 
dendrimer, 

18. The composition of Claim 17, wherein the dendrimer comprises poly{amidoamine). 

19. The composition of Claim 18, wherein the poly(amjdoamine) dendrimer is selected 
from the group consisting of a 0^^ generation, 1^* generation, 2"^ generation, 3"^ 
generation, a 4*^ generation, and a higher generation poly(an3idoamine) dendrimer, 

20. The composition of Claim 18, wherein the poly(amidoamine) dendrimer is a 2"^ 
generation, or a 4^^ generation OH-terminated po!y(amidoamine) dendrimer. 
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2L The composition of Claim 1, wherein the noble metal nanocluster is encapsulated in a 
peptide. 

22. The composition of Claim 21, wherein the peptide is from approximately 5-500 
amino aci(k in length, 

23. The composition of Claim 21, wherein the peptide is from approximately 5-20 amino 
acids in length. 

24. The composition of Claim 21, wherein the peptide comprises a polypeptide sequence 
as defined in SEQrDNO:L 

25. A method of preparing a dendrimer encapsulated noble metal nanocluster, comprising 
the steps of: 

a) combining a dendrimer, an aqueous solution comprising a noble metal, and an 
aqueous solvent to create a combined solution; 

b) adding a reducing agent; 

c) subsequently adding a sufficient amount of an acidic compound to adjust the 
combined solution to a neutral range pH; and 

d) mixing the pH adjusted, combined solution to allow the formation of a 
dendrimer encapsulated noble metal nanocluster. 

26. The method of Claim 25, wherein the reducing agent is selected from the group 
consisting of light, a chemical reducing agent, and a combination thereof. 

27. The method of Claim 25, wherein the temperature of the combined solution is 
between approximately 65**F to approximately lOO^^F from step a) through step c), 

28. The method of Claim 27, wherein the temperature of the combined solution is 

between approximately 6S'^F to approximately 74''F 

29. The method of Claim 25, wherein the noble metal is selected from the group 
consisting of silver, gold, and copper. 
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30, The method of Claim 25, wherein the aqueous solution comprising a noble metal is 
selected from the group consisting of AgNOi, HAuCl4'nH20, and CuS04»nH20. 

3L The method of Claim 25, wherein the aqueous solution comprising a noble metal is 
HAuCi4*nH20, and wherein the pH adjusted, combined solution is mixed for at least 
one hour to allow the formation of the dendrimer encapsulated gold nanocluster, 

32. The method of Claim 31, wherein the pH adjusted, combined solution is mixed for 
about 48 hours to allow the fonnation of a dendrimer encapsulated gold nanoclusten 

33. The method of Claim 25, wherein the dendrimer encapsulate noble metal 
nanocluster exhibits a polarized spectral emission when excited at a low excitation 
intensity of approximately 30 W/cm at approximately 460 nm, 

34. The method of Claim 25, wherein when the dendrimer encapsulated noble metal 
nanocluster is excited, ims a spectral emission at least partially determined by tlie size 
of the nanocluster, 

35. The method of Claim 25, wherein the dendrimer encapsulated noble metal 
nanocluster is capable of fluorescing over a pH range of approximately 3 to 8. 

36. The method of Claim 25, wherein the dendrimer encapsulated noble metal 
nanocluster emits greater than approximately 1 0^ photons before photobleaching, 

37. The method of Claim 25, wherein when more than one encapsulated noble metal 
nanocluster is excited, greater than approximately 90% of the noble metal 
nanoclusters fluoresce for greater than approximately 30 minutes at a continuous 
excitation energy of approximately 300 W/cm at 514.5 nm or 476 nm. 

38. The method of Claim 25, wherein the dendrimer comprises poly(amidoamine). 
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39. The method of Claim. 38, wherein the poly(amidoamine) dendrimer is selected from 
the group consisting of a 0^ generation, 1'^ generation, l""^ generation, 3^^ generation, 
a 4^^ generation, and a higher generation poly(amidoamine) dendrimer, 

40. A method of preparing a peptide encapsulated noble metal nanocluster capable of 
fluorescing, comprising the steps of: 

a) combining a peptide, an aqueous solution comprising a noble metal, and 
distilled water to create a combined solution; 

b) adding a reducing agent; 

c) subsequently adding a sufficient amount of an acidic compound to adjust the 
combined solution to a neutral range pH; and 

d) mixing the pH adjusted, combined solution to allow the formation of the 
peptide encapsulated noble metal nanocluster, 

41. The method of Claim 40, wherein the reducing agent is selected from the group 
consisting of light, a chemical reducing agent, and a combination thereof. 

42. The method of Claim 40, wherein the noble metal to peptide molar ratio in step a) is 
approximately 0,1:1. 

43. The method of Claim wherein the temperature of the combined solution is 
between approximately 65^F to approximately 100 °F from step a) through step c). 

44. The method of Claim 43, wherein the temperature of the combined solution is 
between approximately 68 to approximately 74 °F. 

45. The method of Claim 40, wherein the noble metal is selected from the group 
consisting of silver, gold, and copper. 

46. The method of Claim 40, wherein the aqueous solution comprising a noble metal is 
selected torn the group consisting of AgNOa, HAuCl4niH20, and CuS04*nH2O. 
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47. The method of Claim 40, wherein the peptide is from approximately 5-500 amino 
acids in length 

48. The method of Claim 40, wherein the peptide is from approximately 5-20 amino acids 
in length. 

49. The method of Claim 40, wherein the peptide comprises a polypeptide sequence as 
defined in SEQIDNOiL 

50. The method of Claim 40, wherein the size of the peptide encapsulated noble metal 
nanoclusters is from approximately less than 1 nm to approximately 15 nm in 
diameter. 

51. The method of Claim 40, wherein the peptide encapsulated noble metal nanocluster is 
capable of fluorescing over a pH range of approximately 3 to 9. 

52. The method of Claim 40, wherein the peptide encapsulated noble metal nanocluster 
emits greater than approximately 10^ photons before photobleaching, 

53. The method of Claim 40, wherein when more than one peptide encapsulated noble 
metal nanoclusters is excited, greater than approximately 90% of the noble metal 
nanoclusters fluoresce for greater than approximately 30 minutes at a continuous 
excitation energy of approximately 300 W/cm at 514.5 nm or 476 nm. 

54. A method of monitoring a molecule of interest comprising: 

a) attaching a water-soluble fluorescent label comprising an encapsulated noble 
metal nanocluster to a molecule of inter^t, wherein the fluorescent label emits 
an emission spectrum; and 

b) detecting the emission spectrum of the fluorescent label. 

55. The method of Claim 54, wherein the noble metal nanocluster comprises between 2 
and 8 noble metal atoms. 
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56. The method of Claim 54, .wherein the noble metal is selected from the group 
consisting of gold, silver, and copper, 

57. The method of Claim 54, wherein the encapsulated noble metal nanocluster 
fluoresces at a low excitation intensity and wherein the encapsulated noble metal 
nanocluster has a saturation intensity ranging from approxin^tely 1 to 1000 W/cm^ at 
a nanocluster excitation maximum, 

58. The method of Claim 57, wherein the low excitation intensity is approximately 30 

W/cm^ at approximately 460 nm. 

59. The method of Claim 54, wherein the fluorescent label exhibits a polarized spectral 
emission and exhibits a dipole emission pattern. 

60. The method of Claim 54, wherein the fluorescent label has a spectral emission that 
provides information about a biological state. 

6L The method of Claim 60, wherein the biological state is selected from the group 
consisting of a qumtitative and qualitative presence of a biological moiety; structure, 
composition, and conformation of a biological moiety; localization of a biological 
moiety in an envirormient; an interaction between biological moieties, an alteration in 

structure of a biological compound, and an alteration in a cellular process, 

62. The method of Claim 54, wherein when the fluorescent label is excited, it is capable 
of fluorescing over a pH range of approximately 3 to 9, 

63. The method of Claim 54, wherein the noble metal nanocluster emits greater than 
approximately 10^ photons before photobleaching, 

64. The method of Claim 54, wherein when a composition comprising more than one 
noble metal nanocluster is excited, greater than approximately 80% of the noble metal 
nanoclusters fluoresce for greater than approximately 30 minutes. 
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65. The method of Claim 64, .wherein the noble metal nanoclusters fluorew;e at a 
continuous excitation energy of approximately 300 W/cm at 514.5 nm or 476 mn, 
and wherein the fluorescence is a saturated or an unsaturated fluorescence, 

66. The method of Claim 54, further ramprising the initial step of attaching a linker 
molecule to the encapsulated noble metal nanociuster, wherein the linker molecule is 
capable of attaching the fluorescent label to the molecule of interest, 

67. The method of Claim 54, wherein the molecule of interest is present in a biological 
sample, 

68. The method of Claim 54, wherein the size of the fluorescent label is from 

approximately less than 1 nm to 15 nm in diameter, 

69. The method of Claim 54, wherein the noble metal nanocluster is encapsulated in a 
dendrimer. 

70. The method of Claim 69, wherein the dendrimer comprises poly(amidoamine), 

71. The method of Claim 70, wherein the poly(amidoamine) dendrimer is selected from 
the group consisting of a 0* generation, 1'* generation, 2'''^ generation, 3'*^ generation, 
a 4^^ generation, and a higher generation poly(amidoamine) dendrimer. 

72. The method of Claim 70, wherein the poly(amidoamine) dendrimer is a 2 
generation, or a 4^^ generation OH-terminated poly(amidoamine) dendrimer. 

73. The method of Claim 54, wherein the noble metal nanocluster is encapsulated in a 
peptide. 

74. The method of Claim 73, wherein the peptide is expressed in a cell 

75. The method of Clahn 73, wherein the peptide comprises a fusion polypeptide. 
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76. The method of Claim 73, wherein the peptide is from approxin^tely 5-500 amino 
acids in length. 

77. The method of Claim 73, wherein the peptide is from approximately 5-20 amino acids 
in length, 

78. The method of Claim 73, wherein the peptide is from approximately 20-40 amino 
acids in length, 

79. The method of Claim 73, whemin the peptide comprises a polypeptide sequence as 
defined in SEQIDNO:L 
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